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Description 

[0001] The present invention relates to a metal halide discharge lamp, a lighting device for a metal halide discharge 
lamp, and an illuminating apparatus using a metal halide discharge lamp. 
5 [0002] A metal halide discharge lamp comprises a light-emitting tube provided with a pair of electrodes arranged to 
face each other. A rare gas, a halide of a light-emitting metal, and mercury are sealed in the light-emitting tube to form 
the metal halide discharge lamp. The discharge lamp of the particular construction exhibits a relatively high efficiency 
and high color rendering properties and, thus, is used widely. 

[0003] The metal halide discharge lamp is classified into a short arc type and a long arc type. The short arc type 
10 metal halide discharge lamp is used in projectors such as a liquid crystal projector in which light rays emitted from a 
lamp are collected so as to be projected onto a screen, and an overhead projector, and is also used for illumination of 
shops in the form of down light and spot light. Also, a small short arc type metal halide discharge lamp has come to 
be used in recent years as a headlamp of a vehicle in place of a halogen lamp. 

[0004] From the GB-A-1 316 803 a high intensity arc lamp to produce radiation concentrated in spectral bands is 
15 known, comprising a hermitacally sealed light transmissive envelope, a pair of arc electrodes sealed therein and de- 
fining an arc gap, an inert starting gas at a pressure of a few torr, and a charge comprising at least one metal halide 
emitter to provide radiation , and at least one metal halide buffer to increase the input energy to the arc, and to augment 
the radiation from the emitter. 

[0005] The US-A-5 256 940 teaches a high intensity discharge lamp device to realize a high reproducibility of lumi- 
20 nous color, which comprises a rare gas and a metal halide selected from the group consisting of Li halide, Tl halide, 
Al halide, Sn halide and mixtures thereof, with the proviso that Li halide is always present. 

[0006] As further described in Japanese Patent Disclosure (Kokai) No. 2-7347, it is absolutely necessary to seal 
about 2 to 15 mg of mercury in a metal halide discharge lamp used as a headlamp of a vehicle. 
[0007] On the other hand, Japanese Patent Disclosure No. 3-112045 discloses a metal halide discharge lamp which 
25 does not necessitate the sealing of mercury. In this prior art, a rare gas such as helium or neon is sealed in the lamp 
at a pressure of 100 to 300 Torr in place of mercury so as to obtain a desired lamp voltage. Since the atom of each of 
these rare gases has a small radius, the rare gas permeates through a quartz glass and, thus, the hermetic vessel of 
the lamp is formed of a transparent ceramic material. 

[0008] On the other hand, the long arc type metal halide discharge lamp is used mainly for the general illumination 
30 purposes. For example, the discharge lamp of this type is used as an illumination equipment for a high ceiling, a light 
projector, a street lamp and as an illumination equipment for roads. Further, a metal halide discharge lamp which 
generates ultraviolet rays is used for the manufacture of a photo-setting synthetic resin or ink. The metal halide dis- 
charge lamp used for this purpose is also of a long arc type. 

[0009] In any of the short arc type and long arc type metal halide discharge lamps which have been put to practical 
35 use nowadays, it is absolutely necessary to use mercury, because, in the metal halide discharge lamp, mercury serves 
to obtain a desired lamp voltage so as to maintain satisfactory electric properties. 

[0010] To be more specific, where, for example, the lamp voltage is unduly low, the lamp current must be increased 
in order to obtain a desired lamp input. In this case, problems are brought about that the current capacities are increased 
in the related facilities such as the lighting device, illuminating device and wiring. Also increased is the heat generation. 

40 [0011] On the other hand, where the lamp current is unduly high, the electrode loss is increased, leading to a low 
lamp efficiency. To be more specific, the electrode drop of the metal halide discharge lamp is constant for each lamp. 
As a result, if the lamp voltage is unduly low, the lamp current must be increased for making up for the low lamp voltage, 
with the result that the electrode loss is increased in proportion to the lamp current so as to lower the lamp efficiency. 
[0012] As pointed out above, it is generally advantageous in a discharge lamp to set the lamp voltage at a value as 

45 close to the input voltage of the lamp as possible, i.e., as high as possible, as far as the arc does not disappear. 

[0013] Let us describe the reason why the mercury sealing was required in the conventional metal halide discharge 
lamp while giving consideration to the lamp voltage with reference to FIG. 1 . As shown in the drawing, the lamp com- 
prises a hermetic vessel 1, a pair of electrodes 2, 2, and lead wires 3, 3. The lamp voltage V1, which denotes the 
voltage between the lead wires 3, 3 when the metal halide discharge lamp is lit, can be represented by formula (1) 

50 given below: 

V1=ExL + Vd (1) 

55 where E is a degree of potential inclination of the plasma between the electrodes, L is a distance between the 

electrodes, and Vd is an electrode drop. 

[0014] The potential inclination degree E of the plasma can be represented by formula (2) given below: 
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E = I/2 njo rdr (2) 

where I is a lamp current, a is an electrical conductivity of the plasma, which is a function of temperature T, and 
5 r is a distance of an optional point from the center in the radial direction. 

[0015] If a substance A is supposed to be present within the discharge space during the lighting of the metal halide 
discharge lamp, the electrical conductivity o of the substance A at temperature T is given by formula (3) below: 

10 o = CN E /(T 1/2 «(N A Q)) (3) 

where C is a constant, N E is an electron density, N A is a density of the substance A, and Q is a cross section of 
impingement of the electron against the substance A. 

[0016] As apparent from formula (1 ), the lamp voltage V1 is increased with increase in the potential inclination degree 
*5 E and with increase in the distance L between the electrodes. On the other hand, formula (2) indicates that the potential 

inclination degree E is increased with decrease in the electrical conductivity o and with increase in the lamp current I. 

Further, formula (3) indicates that the electrical conductivity a is decreased with decrease in the electron density N E 

and with increase in the density N A of the substance A and in the impinging cross section Q. It follows that, where the 

distance L between the electrodes and the lamp current I are set constant, the conditions of the substance A, under 
20 which the lamp voltage V1 is increased, are that the substance A is unlikely to be ionized to diminish the value N E , 

that the substance A has a high density within the lamp to increase the value N A , and that substance A has a large 

cross section Q of the electron impingement. 

[0017] It should be noted that mercury has a very high vapor pressure, i.e., 1 atmosphere at 361°C, is unlikely to be 
ionized, and has a large cross section of the electron impingement. It follows that a desired lamp voltage can be easily 

25 obtained by controlling the sealing amount of mercury in accordance with the size of the lamp. In other words, mercury 
is sealed in the conventional metal halide discharge lamp because a desired lamp voltage can be obtained easily. 
[0018] It should be noted in this connection that, in the case of a metal halide discharge lamp, it is necessary to set 
the mercury vapor pressure higher with miniaturization of the lamp in which the distance L between the electrodes is 
shortened in order to ensure a desired lamp voltage. For example, in a small short arc type metal halide discharge 

30 (amp whose light-emitting tube has an inner volume of 1 cc or less, the mercury vapor pressure during lighting of the 
lamp is as high as at least 20 atmospheres. 

[0019] Let us describe the problems which are brought about where mercury is sealed in a metal halide discharge 
lamp and the problems which are brought about where mercury is not sealed in the conventional metal halide discharge 
lamp. 

35 

Problems Brought about by Mercury Sealing : 

[0020] Air pollution and water contamination problems attract worldwide attentions nowadays. Since mercury is harm- 
ful to the health of the human being, it is naturally desirable to decrease the amount of mercury used or not to use 
40 mercury at all in the field of illumination. In other words, the greatest problem inherent in the conventional metal halide 
discharge lamp is that mercury is sealed in the lamp. 

[0021] In addition, many problems remain unsolved when it comes to the metal halide discharge lamp in which 
mercury is sealed for obtaining a desired lamp voltage, as pointed out below: 

45 1 . Poor in Rising of Spectral Characteristics in the Start-up Time: 

[0022] Where a metal halide discharge lamp is used in the headlamp of a vehicle, required is the instant rising of 
the light flux. To meet this requirement, employed is a lighting system in which xenon is sealed as a starting gas at a 
high pressure, and a large current is allowed to flow in the initial period of the lighting, followed by gradually decreasing 

50 the current with time. It is certainly possible to achieve the instant rising of light flux in this fashion. However, since 
mercury is rapidly evaporated in the switch-on time, mercury takes much energy so as to cause delay in the rising of 
the vapor pressure of a light-emitting metal. It follows that mercury continues to emit light of high intensity for 10 to 20 
seconds. It should be noted that the light emitted from mercury is poor in color characteristics and in color rendering 
properties. Also, the chromaticity of the light emitted from mercury fails to fall within a range of whiteness. Since the 

55 rising of the spectral characteristics is very poor as described above, it takes a long time to obtain emission of light 
having desired spectral characteristics. 
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2. Unsuitable for Light Control (Dimming): 

[0023] A change in temperature of the light emitting tube brings about a great change in the color temperature of the 
emitted light and, thus, in the color rendering properties, as apparent from FIG. 2. Specifically, FIG. 2 is a graph showing 
5 the distribution of an emission spectral of a conventional short arc type metal halide discharge lamp for projection. The 
wavelength (nm) is plotted on the abscissa of the graph, with the relative emission power (%) being plotted on the 
ordinate. 

[0024] Sealed in the conventional short arc type metal halide discharge lamp are 6.65 x 10 4 Pa of argon as a rare 
gas, 1 mg of dysprosium iodide (Dyl 3 ) as a halide, 1 mg of neodymium iodide (Ndl 3 ) as a halide, and 1 3 mg of mercury. 
10 The emission spectral consists of a continuous light emission caused by dysprosium and neodymium and main bright- 
line spectra caused by the elements given above the arrows in the drawing. As seen from the graph, the bright-line 
spectrum caused by mercury has a large power. 

[0025] It should be noted that the amount of light emission from each of the light-emitting metals is changed propor- 
tionally to the vapor pressure within the lamp. Since the vapor pressure of a halide of a light-emitting metal is markedly 
15 lower than that of mercury, a change in temperature of the light emitting tube causes a change in the evaporation 
amount of the halide, leading to a change in the vapor pressure within the lamp. As a result, the amount of light emitted 
from the light-emitting metal is also changed. 

[0026] On the other hand, the vapor pressure of mercury is so high that a change in temperature of the light emitting 
tube does not bring about an appreciable change in the mercury vapor pressure, leading to a small change in the 

20 amount of light caused by the strong bright-line spectrum of mercury. It follows that, if the input power supplied to the 
light-emitting tube is decreased, the light emission caused by mercury is rendered relatively predominant. As a result, 
the color temperature of the emitted light is lowered, leading to poor color rendering properties. This indicates that the 
conventional metal halide discharge lamp, which requires mercury sealing, is unsuitable for the light control (dimming). 
[0027] In the case of a headlamp for a vehicle, dimming is required for the lighting in the day time (day light) employed 

25 in the U.S.A. and Europe. However, the color characteristics are markedly impaired in the conventional metal halide 
discharge lamp requiring the mercury sealing. 

3. Large Unevenness in Properties: 

30 [0028] The metal halide discharge lamps having mercury sealed therein are uneven in temperature of the light emit- 
ting tubes, which are caused by unevenness in the size of the individual lamps. As a result, unevenness in the char- 
acteristics tends to be brought about even under the same input power. Also, the characteristics are likely to be changed 
by the temperature elevation in the coolest region caused by the blackening of the light-emitting tube used over a long 
period of time. These difficulties tend to bring about a problem particularly where a plurality of metal halide discharge 

35 lamps are used in combination for illumination as in, for example, shops. 

4. Difficult to Re-start up Instantly: 

[0029] As described previously, the distance between the paired electrodes is small in a short arc type small metal 
to halide discharge lamp, making it necessary to set the mercury vapor pressure at a high value. Specifically, the mercury 
vapor pressure is set at such a high value as, for example, at least 20 atmospheres. 

[0030] Further, when used in a headlamp for a vehicle, xenon is also sealed in the lamp at a high pressure. For 
example, the xenon pressure is as high as about 35 atmospheres during the lighting. Since the mercury vapor pressure 
and the xenon vapor pressure are very high during the lighting, it is necessary to apply a pulse voltage of a very large 
45 power in the re-start up time. It follows that the lighting circuit is rendered costly. In addition, it is necessary to insulate 
the circuit, the lamp and the equipment housing them against a high voltage. 

5. Rupture of Light-Emitting Tube 

so [0031] Since the mercury vapor pressure is very high during the lighting as described previously, strain of the lamp 
is increased during lighting of the lamp over a long period of time, with the result that the lamp tends to be ruptured. 
The problem of rupture markedly lowers the reliability of the lamp. 

6. Low Screen Brightness when used in Projector: 

55 

[0032] Where a short arc type metal halide discharge lamp is used in a projector in which the light emitted from the 
lamp used as a light source is collected through an optical system such as a liquid crystal projector so as to illuminate, 
for example, a screen arranged apart from the projector, it is of high importance to suppress the loss of the light emitted 



EP 0 883 160 B1 

from the discharge lamp when the emitted light passes through the optical system so as to permit the emitted light to 
arrive at the screen as much as possible. In order to improve the brightness of the screen by suppressing the light 
loss, it is necessary for the arc of the discharge lamp to be narrowed thin. The expression "narrow arc" denotes that 
the arc temperature distribution is sharp. 

5 [0033] It should be noted in this connection that the light emitted from mercury is absorbed and, thus, is optically 
thick. Since energy is absorbed by the absorption of the light emitted in the intermediate and low temperature regions, 
the temperature is elevated. As a result, the arc temperature is distributed to depict a parabola, making it difficult to 
narrow the arc. On the other hand, it is known to the art that, if the light emission is very much increased by using 
scandium or a rare earth metal as a light-emitting metal, the arc can be narrowed even in the presence of mercury. In 

10 this case, however, convection occurs vigorously if the lighting pressure of mercury is high, with the result that the arc 
is rendered unstable. It follows that it is impossible to put this technique to practical use. 

Problems Inherent in the Conventional Lamp which does not necessitate Mercury Sealing : 

15 [0034] In the metal halide discharge lamp which does not necessitate mercury sealing, the partial pressure of helium 
or neon within the light-emitting tube is markedly increased during the lighting. If the light-emitting tube is constructed 
to withstand the high pressure, it is certainly possible to obtain a metal halide discharge lamp in which mercury is not 
sealed. The possibility itself of obtaining a metal halide discharge lamp not requiring mercury sealing is worthy of a 
favorable evaluation. However, it is practically difficult to permit a metal halide discharge lamp of the construction similar 

20 to that of the conventional lamp to withstand the high pressure within the lamp during the lighting of the lamp. Where, 
for example, a lamp voltage of 50 to 60V is required in s small metal halide discharge lamp, the pressure of helium or 
neon within the lamp is expected to exceed 1 50 atmospheres during the lighting of the lamp. It follows that the hermetic 
vessel widely used in the conventional lamp fails to obtain a high reliability in respect of the measure against rupture 
of the hermetic vessel. 

25 [0035] A main object of the present invention is to provide a metal halide discharge lamp which essentially permits 
disusing mercury, which is harmful to the living environment of the human' being, and which also permits obtaining 
electrical characteristics and light-emitting characteristics substantially equal to those produced by a metal halide dis- 
charge lamp in which is sealed mercury, to provide a lighting device for the particular metal halide discharge lamp, and 
to provide an illumination apparatus using the particular metal halide discharge lamp. 

30 [0036] An auxiliary object of the present invention is to provide a metal halide discharge lamp which permits a good 
rising of chromaticity at the start-up time, which permits light control for the dimming purpose, which is small in une- 
venness of the characteristics, which permits an instant re-start up easily, and which is effective for preventing the 
hermetic vessel from being ruptured, to provide a lighting device for the particular metal halide discharge lamp, and to 
provide an illumination apparatus using the particular metal halide discharge lamp. 

35 [0037] Another auxiliary object of the present invention is to provide a metal halide discharge lamp in which mercury 
is not sealed, which is small in heat loss, and which is effective for preventing the light emitting efficiency from being 
lowered, to provide a lighting device for the particular metal halide discharge lamp, and to provide an illumination 
apparatus using the particular metal halide discharge lamp. 

[0038] Another auxiliary object of the present invention is to provide a metal halide discharge lamp which is lit by a 
40 DC current to emit light free from color difference and color separation, and which permits the lighting circuit to be 
manufactured as a low cost, to provide a lighting device for the particular metal halide discharge lamp, and to provide 
an illumination apparatus using the particular metal halide discharge lamp. 

[0039] Another auxiliary object of the present invention is to provide a metal halide discharge lamp which is adapted 
for use as a headlamp for a vehicle such as an automobile, to provide a lighting device for the particular metal halide 

45 discharge lamp, and to provide an illumination apparatus using the particular metal halide discharge lamp. 

[0040] Still another auxiliary object of the present invention is to provide a practical metal halide discharge lamp 
which is effective for preventing a hermetic vessel from being ruptured during the lighting of the lamp even if the 
mechanical strength of the hermetic vessel is substantially equal to that of the conventional hermetic vessel in which 
is sealed mercury, to provide a lighting device for the particular metal halide discharge lamp, and to provide an illumi- 

50 nation apparatus using the particular metal halide discharge lamp. 

[0041] According to a first aspect of the present invention, there is provided a metal halide discharge lamp which 
essentially permits disusing mercury, comprising: 

a refractory and transparent i.e. light-transmitting hermetic vessel; 
55 a pair of electrodes fixed to the hermetic vessel; and 

a discharge medium sealed in the hermetic vessel and containing a first halide, a second halide and xenon as a 
rare gas, the first halide being a halide of at least one metal selected from the group consisting of sodium, scandium, 
and a rare earth metal, the second halide having a relatively high vapor pressure so as to act as a buffer gas to 
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maintain a lamp voltage and being a halide of at least one metal which emits a visible light less than emitted by 
the metal of the first halide, and the xenon gas being sealed in a pressure of at least one atmosphere, wherein a 
combination of said first halide, second halide, and xenon gas sealed in the hermetic vessel causes light emitted 
from the metal halide lamp to fall within a range of chromaticity of white color immediately after lighting. 

5 

[0042] The terms used in the present specification are defined to denote the technical meanings described below 
unless otherwise specified particularly: 

[0043] Hermetic Vessel The refractory and transparent hermetic vessel used in the present invention is formed 
of a material capable of fully withstanding the ordinary operating temperature of a discharge lamp and also capable of 

10 leading the visible light of a desired wavelength region emitted by the discharge to the outside. Any material can be 
used for forming the hermetic vessel as far as the requirements given above are met. For example, it is possible to 
use quartz glass, or ceramic material such as transparent alumina or YAG as well as single crystals thereof. 
[0044] Incidentally, it is acceptable in the present invention to form on the inner surface of the hermetic vessel a 
transparent film resistant to halogen and to metals, as required. It is also acceptable to modify the inner surface of the 

15 hermetic vessel, as required. 

[0045] Electrode The metal halide discharge lamp of the present invention can be constructed so as to be lit 
by either an AC current or a DC current. Therefore, where the lamp is operated by an AC current, the paired electrodes 
are of the same construction. However, where the lamp is operated by a DC current, the anode whose temperature is 
elevated severely in general is allowed to have a heat radiating area larger than that of the cathode. 

20 [0046] The metal halide discharge lamp of the present invention may be either of a short arc type or of a long arc 
type. The short arc type discharge lamp is of a so-called electrode stability type, in which the distance between the 
electrodes arranged within the hermetic vessel is diminished so as to allow the electrodes to stabilize the arc discharge. 
Therefore, the light emission from the discharge lamp can be made as close to that of a dot light source as possible, 
making it possible to allow the optical system such as a light reflector or a lens to collect light efficiently. A small short 

25 arc type metal halide discharge lamp is used in a projector such as a liquid crystal projector or in a headlamp for a 
vehicle such as an automobile. In this case, a suitable distance between the electrodes of the metal halide discharge 
lamp is practically at most 6 mm. If the distance between the electrodes exceeds 6 mm, the light emission from the 
discharge lamp is rendered widely different from that from a dot light source, leading to poor focusing characteristics 
of the optical system. Where, for example, the discharge lamp, in which the distance between the electrodes exceeds 

30 6 mm, is used as a light source of a liquid crystal projector, the screen brightness is lowered. 

[0047] Under the circumstances, the small short arc type metal halide discharge lamp of the present invention is 
defined to denote a discharge lamp in which the distance between the electrodes is at most 6 mm. Preferably, the 
distance between the electrodes should be at most 5 mm. Further, where the discharge lamp is used in a projector 
such as a liquid crystal projector, the distance between the electrodes should be 1 to 3 mm. Incidentally, the distance 

35 in question represents the distance between the tips of the electrodes. 

[0048] On the other hand, the long arc type metal halide discharge lamp of the present invention is of a so-called 
tube wall stability type, in which the distance between the electrodes arranged within the hermetic vessel is set longer 
than the inner diameter of the hermetic vessel so as to allow the arc discharge to be stabilized by the inner surface of 
the hermetic vessel. In general, the long arc type metal halide discharge lamp is widely used for the illumination purpose. 

40 [0049] Discharge Medium As described previously, the discharge medium used in the present invention consists 
essentially of a first halide, a second halide and a rare gas. 

[0050] The first halide is a halide of a metal which emits a desired light such as a visible light or an ultraviolet light. 
Where a halide of a metal which efficiently emits a visible light is used as the first halide in order to utilize the visible 
light, the vapor pressure of the first halide is not necessarily high in general during the lighting of the lamp. 

45 [0051] The second halide, which is also a halide of a metal, should have a relatively high vapor pressure during the 
lighting of the lamp. The metal contained in the second halide is not particularly limited as far as the metal is unlikely 
to emit a visible light compared with the metal contained in the first halide. The expression "relatively high vapor pres- 
sure" denotes that the vapor pressure need not be as high as the vapor pressure of mercury. Preferably, the pressure 
within the hermetic vessel during the lighting of the lamp should be about 5 atmospheres or less. During operation of 

50 the lamp, it is desirable for the vapor pressure of the second halide to be at least about 10 times as high as that of the 
first halide in the lowest temperature region of the lamp. Further, the metal contained in the second halide should be 
less likely to emit a visible light than the metal contained in the first halide. This implies that, though the metal contained 
in the second halide may slightly emit a visible light, the visible light emission from the particular metal is relatively small. 
[0052] It should be noted in this connection that the light emitted from Fe or Ni contains components having wave- 

55 lengths of an ultraviolet region in an amount larger than that of the components having wavelengths of a visible region. 
On the other hand, the light emitted from Ti, Al or Zn contains a large amount of components having wavelengths of 
a visible region. If TI, Al or Zn is excited singly to emit light, the energy is concentrated on the particular metal so as to 
emit a large amount of visible light. However, if the metal contained in the second halide has an energy level higher 
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than that of the metal contained in the first halide so as to allow the metal contained in the second halide to be less 
likely to emit light, the energy is concentrated on the light emission from the first halide under the condition that the 
first and second halides are present together, with the result that the light emission from the metal contained in the 
second halide is suppressed. 

s [0053] The vapor of the second halide functions basically as a buffer gas during the lighting of the lamp like mercury 
used in the conventional metal haiide discharge lamp. Table 1 exemplifies various second halides used in the present 
invention and the temperatures at which the vapor pressures of these second halides reach one atmosphere. Inciden- 
tally, slight differences are seen depending on the literature in the temperatures at which the vapor pressures of these 
second halides reach one atmosphere. However, the values given in Table 1 are considered to be substantially correct. 

10 

Table 1 



20 



25 



30 



Halide No. 


Second Haiide 


Temperature (°C) at which vapor pressure of second halide reaches 1 atm. 


1 


All 3 


422 


2 


Fel 2 


827 


3 


Znl 2 


727 


4 


Sbl 3 


427 


5 


Mnl 2 


827 


6 


Crl 2 


827 


7 


Gal 3 


349 


8 


Rel 3 


627 


9 


Mgl 2 


927 


10 


Col 2 


827 


11 


Nil 2 


747 


12 


Bel 2 


487 


13 


Til 4 


377 


14 


Zrl 4 


431 


15 


Hfl 4 


427 



35 

[0054] Almost all the halides shown in Table 1 have a vapor pressure lower than that of mercury. Also, the control 
range of the lamp voltage is narrower than that for mercury. However, the control range of the lamp voltage can be 
widened by sealing a plurality of the second halides in combination in the hermetic vessel, as required. For example, 
where All 3 is under the state of incomplete evaporation and a desired lamp voltage is not obtained, the lamp voltage 

to remains unchanged even if an additional All 3 is sealed in the hermetic vessel. 

[0055] On the other hand, if Znl 2 is sealed in the hermetic vessel in place of the additional All 3 , the lamp voltage can 
be increased because the lamp voltage produced by the function of Znl 2 is added to the lamp voltage produced by the 
initially sealed All 3 . Further, if another second halide is added, a higher lamp voltage can be obtained. 
[0056] It should also be noted that it is not absolutely necessary for the second halide not to emit a visible light. It is 

45 acceptable for the second halide to emit a visible light, if the ratio of the emitted visible light to all the visible light emitted 
from the discharge lamp is small enough to make the effect sufficiently small, i.e., the effect given by the visible light 
emitted from the second halide to all the visible light emitted from the discharge lamp. 

[0057] Further, a third halide can also be sealed in the hermetic vessel in the present invention in addition to the first 
and second halides in order to allow the third halide to, for example, correct the arc temperature distribution so as to 

50 suppress the heat loss. 

[0058] Halogen It is most desirable in terms of the reactivity to use iodine as a halogen element contained in 
each of the first and second halides. It is also possible to use bromine, chlorine and fluorine as a halogen element, 
which exhibit strong reactivity in the order mentioned. In short, any of iodine, bromine, chlorine and fluorine can be 
used in the present invention. Further, it is possible to use different halogen compounds in combination. For example, 

55 a iodide and a bromide can be used together. 

[0059] A rare gas, which functions as a starting gas and a buffer gas, is also sealed in the hermetic vessel in the 
present invention. Any kind of the rare gas can be used in the present invention as far as the rare gas does not permeates 
through the hermetic vessel. It should be noted in this connection that neon is likely to permeate through a quartz glass. 
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Naturally, where the hermetic vessel Is made of a quartz glass, it is desirable to use argon, krypton or xenon as a rare 
gas sealed in the hermetic vessel. 

[0060] If the rare gas is sealed at a high pressure, it is possible to improve the rising characteristics of the light flux 
emitted from the metal halide discharge lamp. Good rising characteristics of the light flux are desirable for what purpose 
5 the discharge lamp may be used, and are particularly important where the discharge lamp is used in, for example, a 
headlamp of a vehicle such as an automobile and in a liquid crystal projector. 

[0061] Mercury The metal halide discharge lamp of the present invention permits "essentially" disusing mercury. 
In other words, mercury is not sealed at all in the hermetic vessel. However, it is acceptable for mercury to be present 
inside the hermetic vessel in an amount of less than 0.3 mg/cc, preferably, not more than 0.2 mg/cc, of the inner volume 

10 of the hermetic vessel. Naturally, in terms of the living environment of the human being, it is desirable for mercury not 
to be sealed at all in the hermetic vessel of the discharge lamp. Where the electric characteristics of the discharge 
lamp are maintained by the mercury vapor as in the prior art, mercury is sealed in an amount of at least 20 mg/cc of 
the inner volume of the hermetic vessel in the case of a short arc type metal halide discharge lamp, and in an amount 
of at least 5 mg/cc of the inner volume of the hermetic vessel in the case of a long arc type metal halide discharge 

15 lamp. Compared with the mercury amount required in the prior art, it is considered reasonable to state that the metal 
halide discharge lamp of the present invention permits "essentially" disusing mercury. 

[0062] Function As described above, the discharge medium used in the present invention comprises as a first 
halide a halide of a metal which mainly contributes to the emission of a desired light, and as a second halide a halide 
of a metal which is unlikely to emit a visible light compared with the metal contained in the first halide. In the present 
20 invention, the second halide is essentially substituted for mercury used in the conventional metal halide discharge 
lamp. As a result, the lamp voltage is determined by mainly the amount of evaporation of the second halide in the 
present invention. Also, the vapor pressure of the halide is determined by the temperature in the coolest region of the 
hermetic vessel. 

[0063] The vapor pressure of the second halide during the lighting, which is lower than that of mercury but is clearly 

25 higher than that of the first halide, should be at most about 5 atmospheres. 

[0064] Under the circumstances, the metal halide discharge lamp of the present invention performs a desired function 
without requiring a substantial mercury sealing, and permits obtaining a lamp voltage sufficient for obtaining the electric 
characteristics and light-emitting characteristics substantially equal to those of the conventional lamp requiring a mer- 
cury sealing. Incidentally, the term "substantially" given above denotes that, in the present invention, it is acceptable 

30 for the obtained electrical and light-emitting characteristics to be somewhat inferior to those obtained in the prior art 
within a practically workable range. The slight difference in question gives rise to no practical problem in view of the 
fact that it is possible for the metal halide discharge lamp of this type to be lit by an electronic lighting device. However, 
the lamp voltage can be further increased in the present invention by applying a heat insulating means to the hermetic 
vessel, as required. 

35 [0065] In the present invention, the hermetic vessel is substantially free from the mercury sealing, and the visible 
light emission is achieved substantially solely by the metal contained in the first halide. As a result, the metal halide 
discharge lamp of the present invention permits a good rising of chromaticity in the start-up time. Even where the input 
to the lamp is changed, the changes in the color temperature and the color rendering properties of the emitted light 
can be suppressed, making it possible to achieve light control (dimming). 

40 [0066] It should also be noted that, in the metal halide discharge lamp of the present invention, the lamp character- 
istics are less affected by the unevenness in the size and shape of the lamps, making it possible to suppress the 
unevenness in the color of the emitted light. 

[0067] Further, an instant re-start up can be achieved easily in the present invention because the vapor pressure of 
the second halide is clearly lower than that of mercury in almost all the cases. It follows that the height of the starting 

45 pulse voltage applied for the re-start up can be lowered. As a result, it is possible to lower the dielectric strength of the 
lighting device, start-up device, wiring and illumination apparatus, leading to a low manufacturing cost. 
[0068] Further, the vapor pressure during the lighting is not extremely high in the present invention. To be more 
specific, it is of no difficulty to lower the vapor pressure in question to about 60% of the value required in the step of 
sealing mercury, making it possible to prevent substantially completely the hermetic vessel from being ruptured during 

50 the lighting of the lamp. 

[0069] Still further, the metal halide discharge lamp of the present invention permits somewhat improving the color 
rendering properties on the basis that the light emitting efficiency is substantially the same. 
[0070] As described above, each of the short arc type and long arc type metal halide discharge lamp of the present 
invention exhibits the steady state characteristics substantially equal to those exhibited by the prior art. 

55 [0071] In addition, the technical idea of the present invention can be applied over a wide range of the lamp power 
ranging between scores of W and several kW. 

[0072] The metal halide discharge lamp of the present invention may be either of a single tube type, in which the 
hermetic vessel is exposed directly to the outer atmosphere, or a double wall type, in which the hermetic vessel is 
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inserted into an outer tube. Each of these single tube type and double wall type lamps of the present invention produces 
a desired function and effect. Further, if the inner space of the outer tube is held at a vacuum condition in the double 
wall type metal halide discharge lamp, the heat loss can be suppressed so as to further improve the light emitting 
efficiency. 

5 [0073] What should also be noted is that, where the technical idea of the present invention is applied to a short arc 
type metal halide discharge lamp, it is desirable to construct the lamp to narrow the arc, as described previously. If the 
arc is narrowed, the light collecting efficiency can be improved. It follows that a marked improvement in brightness can 
be obtained, if the short arc type lamp of the particular construction is used in, for example, a headlamp of a vehicle 
such as an automobile in combination with a reflector, or in an optical system of the reflector as in an illumination 

10 apparatus for shops or optical fiber illumination apparatus. 

[0074] A visible light is emitted from the first halide. In addition, the metal halides suitable for the various general 
uses are specified in view of the light emitting efficiency and the color rendering properties. It is possible to use a single 
compound or a plurality of compounds in combination as the first halide. 

[0075] The hermetic vessel included in the metal halide discharge lamp of the second aspect is essentially free from 
15 mercury to enable the present invention to produce the function and effect similar to those produced by the invention 
of the first aspect. 

[0076] According to a second aspect of the present invention, the discharge medium used in the metal halide dis- 
charge lamp of the first or second aspect of the present invention contain a halide of cesium. Where a halide of cesium 
is sealed in the hermetic vessel, the temperature distribution of the arc is rendered flat so as to diminish the temperature 
20 gradient, as in the case of sealing mercury, with the result that the heat loss in the light emitting tube is decreased. It 
follows that the light emitting efficiency is increased to reach a level close to the case of sealing mercury, compared 
with the case where a halide of cesium is not sealed. 

[0077] To be more specific, cesium generated by decomposition of the cesium halide in the arc has a low ionization 
voltage and, thus, tends to be ionized to release an electron even in the intermediate temperature region of the arc, 
25 which is a relatively low temperature region of the arc. It follows that the presence of cesium in the arc causes the 
electron concentration to be increased in the intermediate temperature region of the arc. 

[0078] It should be noted that the electrical conductivity 0 is proportional to the electron density. Since the energy 
input in a certain temperature region is represented by a E 2 , where E denotes the intensity of the electric field, the 
input energy is increased with increase in the electrical conductivity a, that is increase in the electron density. In con- 

30 elusion, where a halide of cesium is sealed in the hermetic vessel, the energy input is increased in the intermediate 
temperature region, with the result that the temperature in the intermediate temperature region of the arc is elevated. 
[0079] On the other hand, since the total input to the metal halide discharge lamp is constant, the temperature in the 
high temperature region of the arc is relatively lowered, as apparent from the energy balance. It follows that the tem- 
perature distribution of the arc is rendered flat so as to diminish the temperature gradient in the case of sealing a halide 

35 of cesium, as in the case of sealing mercury. 

[0080] On the other hand, in the conventional metal halide discharge lamp in which is sealed mercury, mercury also 
emits light. However, the light emitting efficiency of mercury itself is not sufficiently high, as pointed out previously. In 
the present invention, however, the hermetic vessel is essentially free from mercury. Therefore, a metal exhibiting a 
light emitting efficiency higher than that of mercury, e.g., scandium or sodium, is sealed in the hermetic vessel so as 

40 to provide a metal halide discharge lamp exhibiting a high light emitting efficiency. 

[0081] Further, disuse of mercury permits producing a function and effect similar to those produced by the metal 
halide discharge lamp according to the first aspect of the present invention. 

[0082] A metal halide discharge lamp according to a third aspect of the present invention comprises an outer tube 
housing the light emitting tube and a heat insulating means for suppressing the loss of heat generated from the light 

45 emitting tube in addition to the metal halide discharge lamp according to the first aspect of the present invention. Since 
the loss of heat generated from the light emitting tube is suppressed by the heat insulating means, the light emitting 
efficiency of the metal halide discharge lamp is improved. The heat insulating means may be of any construction as 
far as it is possible to suppress the loss of heat generated from the light emitting tube. For example, the heat insulating 
means can be constructed as follows. 

so [0083] Specifically, the inner space of the outer tube is held at a vacuum condition so as to suppress convection and 
conduction of the heat generated from the light emitting tube. It follows that the heat loss is suppressed so as to keep 
the discharge medium warm. In this case, the heat insulating means may be of any desired specific construction and 
shape. Also, any desired material can be used for forming the heat insulating means. In the present invention, the 
inner space of the outer tube is defined to be held at a vacuum condition. To be more specific, the inner pressure of 

55 the outer tube is at most 1 .33 x 1 0 3 Pa. 

[0084] It is desirable in the metal halide discharge lamp of the present invention to use a heat ray reflecting-visible 
light transmitting film which reflects the heat ray radiated from the light emitting tube to the outside back into the light 
emitting tube and which transmits a visible light. Use of the particular film permits decreasing the heat loss accompa- 
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nying the radiation so as to keep the discharge medium warm. The heat reflecting-visible light transmitting film can be 
formed on the inner and/or outer surfaces of a cylindrical body made of quartz glass and interposed between the light 
emitting tube and the outer tube, on the inner and/or outer surfaces of the outer tube, and on the outer surface of the 
light emitting tube. 

5 [0085] Needless to say, the particular means described above can be used in combination appropriately. 

[0086] Since the discharge lamp of the present invention comprises a heat insulating means for suppressing the loss 
of heat generated from the light emitting tube, the loss of heat generated by the discharge within the light emitting tube 
can be suppressed so as to lower the heat loss of the light emitting tube. It follows that the light emitting efficiency is 
improved. 

w [0087] Further, the hermetic vessel induded in the metal halide discharge lamp according to the fourth aspect of the 
present invention is substantially free from mercury, making it possible to obtain a function and effect similar to those 
produced by the invention of the first aspect. 

[0088] According to a fourth aspect of the present invention, there is provided a metal halide discharge lamp which 
essentially permits disusing mercury and which is fit by a DC current. 

15 [0089] If the conventional metal halide discharge lamp having mercury sealed therein is lit by a DC current, the light 
emitting metal, e.g., sodium or scandium, is positively ionized and, thus, sucked toward the cathode, with the result 
that the concentration of the light emitting metal on the anode side is rendered lower than that on the cathode side. 
Also, mercury is somewhat sucked toward the cathode. However, since mercury is originally sealed in a predominantly 
large amount, a sufficiently large amount of mercury is present on the anode side, too. As a result, the light emission 

20 from the light emitting metal is rendered markedly weak on the anode side to cause light to be emitted from mainly 
mercury on the anode side, though a sufficiently large amount of light emission from the light emitting metal can be 
obtained on the cathode side. It follows that a marked color separation is brought about between the two electrodes 
to make the discharge lamp unsuitable for the practical use. Under the circumstances, where the color separation 
should be avoided, a metal halide discharge lamp requiring the mercury sealing is used exclusively for the case where 

25 the discharge lamp is lit by an AC current. 

[0090] In the present invention, however, the difference in color temperature between the electrodes is small so as 
to permit the discharge tamp to be put to practical use in spite of the fact that the second halide is substantially sub- 
stituted for mercury, and the discharge lamp is lit by a DC current. It should be noted in this connection that, since the 
second halide is unlikely emit a visible light, the metal contained in the first halide emits light of high intensity even on 

30 the anode side in the present invention, leading to the small difference in color temperature between the two electrodes. 
[0091] It should also be noted that, in a headlamp for a vehicle such as an automobile or in a lamp for a liquid crystal 
projector, used is an electronic lighting device including a metal halide discharge lamp. Where an AC current is used 
for lighting the discharge lamp, a DC current generated from a battery power source or a DC current obtained by 
rectifying an AC current of a commercial frequency is converted in general into a high frequency AC current and, then, 

35 supplied to the metal halide discharge lamp. 

[0092] In the present invention, however, the metal halide discharge lamp is constructed to be adapted for the lighting 
with a DC current, making it unnecessary to convert the DC current into a high frequency AC current. This makes it 
possible to simplify the construction of the electronic circuit for lighting the discharge lamp so as to make the lighting 
device small in size, light in weight and low in manufacturing cost. 

40 [0093] Further, since mercury is not used, the metal halide discharge lamp according to the fourth aspect of the 
present invention produces the function and effect similar to those obtained in the invention of the first aspect . 
[0094] According to fifth aspect of the present invention, there is provided a metal halide discharge lamp which 
permits essentially disusing mercury and for use in a headlamp having a rated power of at most 100W. 
[0095] And the xenon gas being sealed in a pressure of at least one atmosphere, wherein a combination of said first 

45 halide, second halide, and xenon gas sealed in the hermetic vessel causes light emitted from the metal halide lamp 
to fall within a range of chromaticity og white color immediately after lighting. 

[0096] A metal halide discharge lamp which is used in a headlamp having a rated power of at most 100W is featured 
in that the distance between the two electrodes is small and the tube wall load of the discharge lamp is heavy. Therefore, 
when it comes to the conventional metal halide discharge lamp requiring the mercury sealing, a such a high mercury 
50 vapor pressure as at least 20 atmospheres is required in order to obtain a desired lamp voltage, as described previously. 
As a result, the hermetic vessel tends to be broken relatively easily. 

[0097] It is also necessary to seal xenon at a high pressure in order to improve the rising characteristics of the light 
flux. Specifically, the xenon pressure during the lighting is as high as about 35 atmospheres. It follows that, in order to 
perform starting by breaking down the starting gas, it is necessary to apply a starting pulse voltage of a high voltage 
55 and a large power. Since a higher starting pulse voltage is required for the instant start up, it is necessary to increase 
the grade of the dielectric strength of the lighting circuit, illumination apparatus and wiring to conform with the high 
starting pulse voltage, leading to a high manufacturing cost. 

[0098] As described above, it is certainly possible to solve the problem in respect of the rising characteristics of the 
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light flux by sealing xenon at a high pressure, by applying a high starting pulse voltage, and by supplying a large current 
immediately after the light, followed by gradually decreasing the current supply. However, the conventional metal halide 
discharge lamp remains to be unsatisfactory in the rising characteristics of chromaticity. To be more specific, xenon 
emits light first and, then, mercury emits light. The light emission from mercury is continued for 10 to 20 seconds. What 
5 should be noted is that the light emitted from mercury is poor in color rendering properties, failing to fall even within a 
range of white color. 

[0099] In the present invention, however, mercury is not sealed in the hermetic vessel, making it possible to reduce 
the inner pressure of the hermetic vessel to about 60% of the conventional level. It follows that it is possible to alleviate 
markedly the problems inherent in the prior art in respect of the breakage of the hermetic vessel and the starting pulse 
10 voltage. 

[0100] In the fifth aspect of the present invention, the first halide is limited to a halide of at least one metal selected 
from the group consisting of sodium and scandium. The particular limitation is effective for obtaining emission of white 
light required in a headlamp at a very high light emitting efficiency. 

[0101] Further, since mercury is not sealed in the hermetic vessel, a function and effect similar to those obtained in 
15 the first aspect of the present invention can also be obtained in the fifth aspect. It follows that the metal halide discharge 
lamp according to the fifth aspect of the present invention is quite suitable for use in a headlamp for a vehicle. 
[0102] According to a sixth aspect of the present invention, the second halide used in the metal halide discharge 
lamp according to the fourth or fifth aspect of the present invention is limited to a halide of at least one metal selected 
from the group consisting of magnesium, iron, cobalt, chromium, zinc, nickel, manganese, aluminum, antimony, beryl- 
20 Num. rhenium, gallium, titanium, zirconium and hafnium. In other words, metals suitable for forming the second halide 
are specified in the seventh aspect of the present invention. 

[0103] According to an seventh aspect of the present invention the second halide used in the metal halide discharge 
lamp according to any of the first to second aspects or any of the fourth to sixth aspects of the present invention is 
limited to a halide of at least one metal selected from the group consisting of iron, zinc, manganese, aluminum and 
25 gallium. 

[0104] In other words, metals most suitable for forming the second halide are specified in the seventh aspect of the 
present invention. It should be noted in this connection that the metal halides specified in the seventh aspect are most 
suitable for use as the main component of the second halide. What should be noted is that a further improved lamp 
voltage can be obtained, if a halide of at least one metal selected from the group consisting of magnesium, cobalt, 
30 chromium, nickel, antimony, beryllium, rhenium, titanium, zirconium and hafnium is used as an auxiliary component of 
the second halide together with the main component specified in the eighth aspect. 

[0105] According to eigth aspect of the present invention the second halide used in the metal halide discharge lamp 
according to any of the first to second aspects or any of the fourth to seventh aspects of the present invention is sealed 
in the hermetic vessel in an amount of 0.05 to 200 mg/cc of the inner volume of the hermetic vessel. 
35 [0106] In the eigth aspect of the present invention, specified is a general range of the sealing amount of the second 
halide. Depending on the specific halide selected as the second halide, a suitable range of the sealing amount is 
narrower than noted above. However, the range of the sealing amount noted above should be taken as a generally 
satisfactory range. 

[0107] In a ninth aspect of the present invention, the second halide used in the metal halide discharge lamp according 

to to the fifth aspect of the invention is defined to be sealed in the hermetic vessel in an amount of 1 to 200 mg/cc of the 
inner volume of the hermetic vessel. Defined in the ninth aspect is a suitable sealing amount of the second halide, 
covering the case where the metal halide discharge lamp is used in a headlamp for a vehicle. 
[0108] The rare gas sealed in the hermetic vessel of the metal halide discharge lamp according to the first to eight 
aspects of the present invention is defined to be sealed at a pressure of at least one atmosphere. It is to increase the 

45 pressure of the rare gas sealed in the hermetic vessel so as to improve the rising characteristics of the light flux. The 
good rising characteristics of the light flux, which are desirable for any use of the discharge lamp, are particularly 
desirable where the discharge lamp is used in a headlamp of a vehicle. It is desirable to use a small short arc type 
metal halide discharge lamp where the discharge lamp is used in a headlamp for a vehicle. 
[0109] The rare gas sealed in the hermetic vessel of the metal halide discharge lamp according to the sixth to tenth 

50 aspects of the present invention is defined to be sealed at a pressure of 1 to 15 atmospheres. Defined is a rare gas 
sealing pressure suitable for the case where the metal halide discharge lamp is used in a headlamp of a vehicle. 
[0110] According to a tenth aspect of the present invention, the hermetic vessel included in the metal halide discharge 
lamp according to the fifth or ninth aspects of the present invention is defined to have an inner diameter of 3 to 1 0 mm 
and an outer diameter of 5 to 13 mm. Defined in the tenth aspect is the size of the hermetic vessel suitable for the 

55 case where the metal halide discharge lamp is used in a headlamp of a vehicle. 

[01 1 1] According to a tenth aspect of the present invention, the hermetic vessel included in the metal halide discharge 
lamp according to the fifth or ninth aspects of the present invention is defined to have an inner diameter of 3 to 1 0 mm 
and an outer diameter of 5 to 13 mm. Defined in the tenth aspect is the size of the hermetic vessel suitable for the 



EP 0 883 160 B1 

case where the metal halide discharge lamp is used in a headlamp of a vehicle. 

[0112] According to a eleventh aspect of the present invention, the distance between the two electrodes mounted 
in the hermetic vessel included in the metal halide discharge lamp according to the fifth and ninth and tenth of the 
present invention is defined to be 1 to 6 mm. Defined in the eleventh aspect is the distance between the two electrodes 
5 mounted in the hermetic vessel, the distance being suitable for the case where the metal halide discharge lamp is used 
in a headlamp of a vehicle. If the distance between the electrodes exceeds 6 mm, the discharge lamp fails to act as a 
dot light source, leading to a low light collecting effect. More preferably, the distance between the electrodes should 
fall within a range of between 1 and 5 mm. 

[0113] According to a twelfth aspect of the present invention, the metal halide discharge lamp according to the fifth 
10 and ninth to eleven, aspects of the present invention is defined to be constructed so as to be lit by a DC current. Defined 
in the twelth aspect is the discharge lamp is lit by a DC current so as to miniaturize the lighting device when the 
discharge lamp is used in a headlamp for a vehicle and to lower the manufacturing cost of the discharge lamp. To be 
more specific, a battery power source is generally mounted to a vehicle such as an automobile. Therefore, use of a 
lighting device utilizing a DC current permits simplifying the circuit construction, compared with the case where a DC 
15 current is converted first into an AC current and, then, supplied to the metal halide discharge lamp so as to light the 
discharge lamp. The particular effect remains unchanged even in the case where a control means such as a voltage 
increasing chopper or a voltage decreasing chopper is used for controlling the DC power to have a desired voltage, 
because the particular control means is used, when required, even in the case of using an AC power for lighting the 
discharge lamp. In the present invention, mercury is not sealed in the hermetic vessel, with the result that the color 
20 separation problem need not be worried about in practice. It folloWs that it is possible to use a DC current for lighting 
the discharge lamp of the present invention. 

[0114] According to a thirteenth aspect of the present invention, the discharge medium used in the metal halide 
discharge lamp according to the fifth, and ninth to twelfth aspects of the present invention is defined to contain a halide 
of cesium, in the sixteenth aspect of the present invention, a halide of cesium is sealed in the hermetic vessel included 
25 in the metal halide discharge lamp used in a headlamp for a vehicle so as to flatten the arc gradient and, thus, to 
improve the light emitting efficiency. As a matter of fact, the light emitting efficiency of the discharge lamp according 
to the sixteenth aspect of the present invention is higher than that of the conventional metal halide discharge lamp 
having mercury sealed therein. 

[0115] According to a fourteenth aspect of the present invention, the metal halide discharge lamp according to the 
30 fifth and, ninth to thirteenth aspects of the present invention is defined to further comprise an outer tube having the 
hermetic vessel housed therein and having the inner space kept at a vacuum condition. In the fourteenth aspect of the 
present invention, the hermetic vessel included in the metal halide discharge lamp used in a headlamp of a vehicle is 
housed in the outer tube having the inner space held at a vacuum condition, with the result that the light emitting 
efficiency of the discharge lamp is rendered higher than that of the conventional discharge lamp having mercury sealed 
35 therein. 

[01 16] According to a fifteenth aspect of the present invention, the metal halide discharge lamp according to the fifth, 
and ninth to fourteenth aspects of the present invention further comprises means for removing ultraviolet light which 
permits "substantially" removing an ultraviolet light from the light led to the outside. The expression "substantial" re- 
moval denotes that the ultraviolet light is removed to a practically allowable level. In other words, the substantial removal 

40 does not necessarily imply that 1 00% of the ultraviolet light is removed. 

[01 17] The ultraviolet light removing means may be of any construction as far as the ultraviolet light is substantially 
removed. For example, the light emitting tube is housed in an outer tube made of a glass material of the composition 
capable of removing the ultraviolet light. Incidentally, it is possible for the outer tube to communicate with the outer 
atmosphere. Alternatively, the outer tube may be hermetic and may have the inner space held at a vacuum condition. 

45 [0118] It is also possible to impart an ultraviolet light removing function to the inner surface of the light emitting tube 
or to the light emitting tube itself. To be more specific, the ultraviolet light shielding function can be imparted by converting 
the material texture of the inner or outer surface of the light emitting tube into an ultraviolet light shielding texture or 
by forming a transparent film capable of shielding an ultraviolet light on the inner or outer surface of the light emitting 
tube. Further, a pair of ultraviolet light shielding cylinders may be arranged outside the light emitting tube. 

so [0119] Since the ultraviolet light led to the outside is substantially removed in the present invention, the headlamp 
is prevented from being deteriorated by the ultraviolet light. Also, the human eyes are prevented from being irradiated 
with an ultraviolet light. Further, in the case of using an outer tube, the hermetic vessel is mechanically protected by 
the outer tube. 

[0120] According to an additional aspect of the present invention, there is provided a lighting device with a metal 
55 halide discharge lamp, comprising: 



a metal halide discharge lamp defined in any one of the fifth and ninth to fifteenth aspects of the present invention; 
and 
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an electronic to said lighting and configured to supply current metal halide discharge lamp. 

[0121] Defined in this additional aspect of the present invention is a lighting device for a metal halide discharge lamp 
which meets the rising characteristics of the light flux required for a headlamp for a vehicle. The lighting circuit may be 
5 operated by either an AC current or a DC current. Also, the lighting circuit may be of any desired construction as far 
as the requirements given above are satisfied. 

[0122] Further, according to still additional aspect of the present invention, there is provided an illumination apparatus, 
comprising: 

to an illumination apparatus body; and 

a metal halide discharge lamp defined in any one of the first to fifteenth aspects of the present invention, the metal 
halide discharge lamp being supported by the illumination apparatus body. 

[0123] The invention of the still additional aspect noted above is applicable to any of the apparatuses in which the 
15 metal halide discharge lamp according to any of the first to fifteenth aspects of the present invention is used for the 
illumination purpose. When it comes to a short arc type metal halide discharge lamp, the illumination apparatus of the 
present invention is suitable for use in illumination apparatus using the discharge lamp in combination with an optical 
system such as a reflector or a lens, e.g., a liquid crystal projector or an overhead projector, in a headlamp for a vehicle 
such as an automobile, and in illumination apparatus for shops such as an optical fiber illumination apparatus and a 
20 spot light. 

[0124] On the other hand, when it comes to a long arc type metal halide discharge lamp, the discharge lamp of the 
present invention can be suitably used in various illumination apparatuses for the general illumination purposes such 
as a down light, an illuminating lamp mounted directly to the ceiling, an illumination apparatus for roads, an illumination 
apparatus for tunnels, in light projectors, and in a display apparatus. 

25 [0125] To reiterate, the metal halide discharge lamp of the present invention is featured in that a halide of a metal 
which is unlikely to emit a visible light compared with a light emitting metal is sealed in the hermetic vessel in place of 
mercury. The particular metal halide is sealed in a high vapor pressure together with a halide of the light emitting metal. 
The particular construction defined in the present invention makes it possible to provide a metal halide discharge lamp 
which produces electric characteristics and light emitting characteristics substantially equal to those produced by the 

30 conrentionai metal halide discharge lamp having mercury sealed therein. 

[0126] The present invention also provides a metal halide discharge lamp which produces at least one of the auxiliary 
effects a) to e) given below: 

a) Good rising characteristics of spectral characteristics at the start-up time. 
35 b) Capability of light control (dimming). 

c) Small unevenness in characteristics. 

d) Easy instant re-start up. 

e) High resistance to rupture of hermetic vessel. 

40 [0127] The invention can be more fully understood from the following detailed description when taken in conjunction 
with the accompanying drawings, in which; 

FIG. 1 is a schematical view illustrating the lamp voltage in a metal halide discharge lamp; 
FIG. 2 is a graph showing an emission spectrum distribution of a conventional short arc type metal halide discharge 
45 lamp for light projection; 

FIG. 3 is a front view showing a metal halide discharge lamp according to a first embodiment of the present inven- 
tion; 

FIG. 4 is a schematical view showing the construction of an optical system of an RGB color separation type liquid 
crystal light projector; 

so FIG. 5 is a graph showing the arc temperature distribution for lamp 2 (present invention) and lamp 1 (prior art), 

which are shown in Table 1 ; 

FIG. 6 is a cross sectional view showing a part of a lamp for a liquid crystal projector, said lamp comprising the 
metal halide discharge lamp according to the first embodiment of the present invention and a reflector formed 
integral with the discharge lamp; 
55 FIG. 7 is a schematical view showing a liquid crystal projector using the lamp for the projector shown in FIG. 6 as 

an illuminating apparatus according to the first embodiment of the present invention; 

FIG. 8 is a cross sectional view showing a metal halide discharge lam according to a second embodiment of the 
present invention; 
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FIG. 9 is a graph showing the relationship between the xenon sealing pressure and the rising time of the light flux 
in the metal halide discharge lamp according to the second embodiment of the present invention; 
FIG. 10 is a graph showing the relationship between the sealing amount of Fel 2 used as a second halide and the 
lamp voltage in the metal halide discharge lamp according to the second embodiment of the present invention; 
s FIG. 11 is a front view showing a metal halide discharge lamp according to a third embodiment of the present 

invention; 

FIG. 12 is an oblique view showing a headlamp used in a vehicle such as an automobile as an illumination device 
according to the second embodiment of the present invention; 

FIG. 13 is a front view showing a metal halide discharge lamp according to a fourth embodiment of the present 
10 invention; 

FIG. 14 is a graph showing the spectral distribution of a conventional long arc type metal halide discharge lamp; 
FIG. 15 is a graph showing the spectral distribution of a long arc type metal halide discharge lamp according to 
the fourth embodiment of the present invention; 

FIG. 16 is a front view showing a metal halide discharge lamp according to a fifth embodiment of the present 
15 invention; 

FIG. 17 is a chromaticity diagram showing the rising in the spectral characteristics of the metal halide discharge 
lamp according to the fifth embodiment of the present invention in comparison with the prior art; 
FIG. 18 is a front view showing the gist portion of a metal halide discharge lamp according to a sixth embodiment 
of the present invention; 

20 FIG. 19 is a front view showing a metal halide discharge lamp according to a seventh embodiment of the present 

invention; 

FIG. 20 is a chromaticity diagram showing the changes in chromaticity of the discharge lamp 2 (present invention) 
and the conventional discharge lamp 1 shown in Table 22 in Embodiment 17 described herein later; 
FIG. 21 is a front view showing a metal halide discharge lamp according to an eighth embodiment of the present 
25 invention; 

FIG. 22 is a chromaticity diagram showing the rising characteristics in the spectral characteristics of the discharge 
lamp according to the eighth embodiment of the present invention in comparison with the prior art; 
FIG. 23 is a graph showing the relationship between the rare gas sealing pressure and the rising time of the light 
flux, which covers the metal halide discharge lamp according to the eight embodiment of the present invention 
30 shown in FIG. 21; 

FIG. 24 is a graph showing the relationship between the sealing amount (mg/cc) of Znl 2 used as the second halide 
and the lamp voltage (V), which covers the metal halide discharge lamp according to the eight embodiment of the 
present invention shown in FIG. 21; 

FIG. 25 is a circuit diagram showing the lighting device of a metal halide discharge lamp according to the first 
35 embodiment of the present invention; 

FIG. 26 is a circuit diagram showing the lighting device of a metal halide discharge lamp according to the second 
embodiment of the present invention; 

FIG. 27 is a schematical view showing a headlamp for a vehicle as a third embodiment of the illumination device 
of the present invention; 

40 FIG. 28 is a schematical view showing a light distributor portion included in the headlamp for a vehicle as the third 

embodiment of the illumination device of the present invention; and 

FIG. 29 is a schematical view showing a down light as a fourth embodiment of the illumination apparatus of the 
present invention. 

45 [0128] Let us describe some embodiments of the present invention with reference to the accompanying drawings. 
Embodiment 1: 

[0129] FIG. 3 is a front view showing a metal halide discharge lamp according to the first embodiment of the present 
50 invention. As shown in the drawing, the discharge lamp comprises a hermetic vessel 1 , a pair of electrodes 2, metal 
foils 3 for the sealing, and outer lead wires 4. The metal halide discharge lamp of this embodiment is of a short arc type. 
[0130] The hermetic vessel 1 is prepared by rotating under heat a quartz glass tube having an inner diameter of 14 
mm into a bulb having an elliptical cross section. A pair of slender sealing portions 1a, 1a are integrally fixed to the 
ends in the long axis direction of the elliptical hermetic vessel 1 . 
55 [0131] The electrode 2 comprises an electrode shaft 2a and an electrode coil 2b. The tip portion of the electrode 
shaft 2a somewhat projects inward and, the electrode coil 2b is wound about the projecting tip portion of the electrode 
shaft 2a. The proximal end portion of the electrode shaft 2a is welded to one end of the sealed metal foil 3 within the 
sealing portion 1a In this embodiment, the distance between the tips of the electrodes 2 is set at 4 mm. The sealed 
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10 



metal foil 3 consists of a molybdenum foil, which is hermetically sealed within the sealing portion 1a, and the outer 
lead wire 4 is welded to the other end of the metal (molybdenum) foil 3. 

[0132] Sealed in the hermetic vessel 1 is a discharge medium consisting of a rare gas, a first halide, and a second 
halide. To be more specific, an argon gas was sealed as the rare gas at a pressure of 6.65 x 10 4 Pa. Dysprosium 
iodide (Dyl 3 ) was sealed as the first halide in an amount of 1 mg together with 1 mg of neodymium iodide (Ndl 3 ). 
Further, 8 mg of each of the halides shown in Table 2 was sealed as the second halide. 

[0133] The lamp voltage, light emitting efficiency and color temperature were measured with the input power set 
constant at 150W in respect of the resultant short arc type metal halide discharge lamps, with the results as shown in 
Table 2. The data on the prior art, which was equal to the metal halide discharge lamp of the present invention except 
that 13 mg of mercury was sealed in place of the second halide, are also shown in Table 2. 
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[0134] As apparent from Table 2, any of the metal halide discharge lamps of the present invention exhibited a lamp 
voltage higher than 50V, and was found to be substantially equal to the conventional metal halide discharge lamp 
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(sample No. 1 ) in the light emitting efficiency and the color temperature. 

[0135] Then, the screen brightness ratio was measured by using each of the metal halide discharge lamps shown 
in Table 2 in combination with the optical system of an RGB color separation type liquid crystal projector shown in FIG. 
4, with the results as shown in Table 2. As shown in FIG. 4, the optical system comprises a metal halide discharge 

5 lamp 5 equal to that shown in FIG. 3, a reflector 6, an ultraviolet light-infrared light cut filter 7, color separation dichroic 
mirrors 8a, 8b, liquid crystal panels 9 B , 9 G , 9 R , mirrors 10a, 10b, color synthesis mirrors 11a, 11b, and a projecting lens 
12. The capital letters B, G, R shown in FIG. 4 represent the blue optical axis, green optical axis and red optical axis, 
respectively. The liquid crystal panels 9 B , 9 G , and 9 R are driven by image signals of blue, green and red, respectively. 
Table 2 shows that the screen brightness for the metal halide discharge lamp of the present invention was about 1 .4 

10 times as high as that for the prior art. 

[0136] Further, the arc temperature distribution was measured for each of the discharge lamp of the present invention 
(sample No. 2) and the conventional discharge lamp (sample No. 1), with the results as shown in FIG. 5. To be more 
specific, FIG. 5 is a graph showing the arc temperature distribution for samples No. 1 (prior art) and No. 2 (present 
invention). Plotted on the abscissa of the graph is the position in the radial direction of the hermetic vessel in a cross 

15 section perpendicular to the axis of the hermetic vessel and passing through the center between the two electrodes. 
On the other hand, plotted on the ordinate of the graph is the arc temperature (absolute temperature K). Curve A shown 
in FIG. 5 denotes the discharge lamp of the present invention (sample No, 2), with curve B representing the conventional 
discharge lamp (sample No. 1 ). As apparent from the graph, the arc is rendered narrower in the discharge lamp of the 
present invention (curve A). 

20 [0137] Further, the color temperatures of samples Nos. 2 and 3 (present invention) and sample No. 1 (prior art) of 
the discharge lamps were measured, covering the cases where these discharge lamps were lit under input powers of 
70W, 90W, 110W and 130W, with the results as shown in Table 3: 



Table 3 



25 



30 



Sample No. 


70W 


90W 


110W 


130W 


1 

(prior art) 


6510K 


6930K 


7560K 


8030K 


2 


8630K 


8740K 


8900K 


9060K 


3 


8720K 


8860K 


9030K 


9180K 



[0138] As described previously, where the input power is lowered, the light emission from mercury is rendered rel- 
atively predominant in the discharge lamp of the prior art (sample No. 1), leading to a marked reduction in the color 
35 temperature. 

[0139] In the discharge lamps of the present invention (samples Nos. 2 and 3), however, the hermetic vessel is 
substantially free from mercury. Also, the emission of a visible light caused by the second halide is small. It follows that 
light is emitted mainly from the light emitting metal contained in the first halide even in the case of lowering the input 
power. It should also be noted that the color temperature is somewhat lowered because the vapor pressure of the light 
4 0 emitting metal is lowered with decrease in the input power. 

[0140] In the experiments described above, the input power was decreased from 150W (see Table 2) to 70W (see 
Table 3). In this case, the color temperature was changed by 2190K; whereas, the change in the color temperature 
was at most 500K in the discharge lamps of the present invention. 
[0141] Further, re-starting was evaluated, with the results as shown in Table 4: 

45 

Table 4 



Sample No. 


1* 


2 


3 


4 


5 


6 


7 


8 


9 


10 


Re-start voltage (kV) 


12 


4 


3 


5 


3 


4 


4 


5 


3 


6 



Note: * Prior Art 



[0142] As apparent from Table 4, the re-starting voltage is low in the discharge lamp of the present invention. This 
is because the vapor pressure of the second halide during the lighting is lower than that of mercury. To be more specific, 
the vapor pressure of the second halide in, for example, sample No. 3 of the discharge lamp of the present invention 
55 is 0.6 atmosphere, and the vapor pressures of the other second halides are at most 5 atmospheres. In sample No. 1 
of the prior art, however, the vapor pressure of mercury is as high as 28 atmospheres, leading to the high re-start up 
voltage as shown in Table 4. 

[0143] FIG. 6 is a front view partly including a cross sectional view, showing a discharge lamp for a projector com- 
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prising the metal halide discharge lamp according to the first embodiment of the present invention and a reflector 
formed integral with the discharge lamp. The reference numerals common with FIGS. 3 and 6 denote the same mem- 
bers and, thus, reference thereto is omitted in the following description. In the embodiment shown in FIG. 6, a metal 
halide discharge lamp 5 equal to the discharge lamp shown in FIG. 3 and a reflector 6 are made integral. A reference 
5 numeral 5b shown in FIG. 6 represents a heat insulating film formed to cover the outer surface of the hermetic vessel 
1 of the metal halide discharge lamp 5, said hermetic vessel 1 surrounding the electrode on the side of the light- 
projecting opening of the reflector 6. 

[0144] The reflector 6, which is formed of a curved glass plate having a parabolic cross section, comprises a reflector 
main body 6b and a neck portion 6a positioned at the tip of the parabolic configuration. A multilayered interference 
10 reflecting film 6c, which reflects a visible light and transmits an infrared light, is formed on the inner surface of the 
reflector main body 6b. Further, a through-hole 6d is formed in the reflector main body 6b. 

[0145] The metal halide discharge lamp 5 includes a base 5a, which is fit within the neck portion 6a of the reflector 
6 and fixed by a base cement 7. Further, a power supply wire 8 is led to the back side of the reflector 6 via the through- 
hole 6d of the reflector 6. 

15 [0146] A reference numeral 9 represents an electronic lighting device serving to supply an electric power of a desired 
voltage and a desired lamp current to the metal halide discharge lamp 5. 

Embodiment 2: 

20 [0147] FIG. 7 schematically shows a liquid crystal projector as a first embodiment of the illumination apparatus of 
the present invention. The discharge lamp for the projector shown in FIG. 6 is used in the liquid crystal projector shown 
in FIG. 7. The reference numerals common with FIGS. 6 and 7 represent the same members of the projector and, thus, 
reference thereto is omitted in the following description. 

[0148] As shown in the drawing, the liquid crystal projector comprises a liquid crystal display means 11, an image 
25 control means 12, an optical system 13, a body case 14, and a screen 15. The liquid crystal display means 11 serves 
to display the image to be displayed by utilizing a liquid crystal material. To be more specific, the liquid crystal display 
means 1 1 is irradiated with light emitted from behind the display means 1 1 by the metal halide discharge lamp 5 included 
in the metal halide discharge lamp apparatus and collected by the reflector 6. The image control means 12 serves to 
drive and control the liquid crystal display means 11. In short, the image control means 12 also performs the function 
30 of a television receiver. The liquid crystal display means 11 and the image control means 12 are housed in the body 
case 14. Further, the optical system 13 serves to project the light passing through the liquid crystal display means 11 
onto the screen 15. 

Embodiment 3: 

35 

[0149] FIG. 8 is a cross sectional view, or front view, showing a metal halide discharge lamp according to a second 
embodiment of the present invention. The reference numerals common with FIGS. 3 and 8 denote the same members 
of the discharge lamp and, thus, reference thereto is omitted in the following description. 

[0150] The metal halide discharge lamp of the second embodiment is also of a short arc type, and differs from the 
40 discharge lamp of the first embodiment in that, in the second embodiment, the inner volume of the hermetic vessel 1 
is as small as 0.05 cc. It should also be noted that, in the second embodiment, the hermetic vessel 1 has an inner 
diameterof 4 mm. An electrode coil is not wound about the electrode 2. Further, the distance between the two electrodes 
is 4.2 mm. 

[0151] The discharge medium used in the second embodiment consisted of a xenon gas sealed at 1 atmosphere, a 
45 first halide including scandium iodide (Scl 3 ) sealed in an amount of 0.14 mg and sodium iodide (Nal) sealed in an 
amount of 0.86 mg, and a second halide shown in Table 5. The second halide was sealed in the hermetic vessel 1 in 
an amount of 1 mg. 

[0152] The metal halide discharge lamps thus prepared were tested for the lamp voltage, light emitting efficiency, 
general color rendering index, hereinafter referred to as "color rendering properties Ra'\ and color temperature, with 
50 the power input set constant at 35W. Table 5 shows the results together with the results for sample No. 1 for the 
conventional metal halide discharge lamp. The conventional discharge lamp (sample No. 1 ) was equal to the discharge 
lamps of the present invention, except that 1 mg of mercury was sealed in sample No. 1 in place of the second halide 
sealed in the discharge lamps of the present invention. 
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[0153] As apparent from Table 5, the lamp voltage for the metal halide discharge lamp of the present invention was 
found to be higher than 50V. Also, the discharge lamp of the present invention, which was somewhat lower in the light 
50 emitting efficiency than the prior art (sample No. 1), was found to permit improving the color rendering properties. The 
experimental data given in Table 5 clearly supports that the metal halide discharge lamp of the present invention is 
substantially equal to the prior art in the characteristics under the stationary condition. 

[0154] Then, sample No. 3 of the discharge lamp of the present invention and sample No. 1 of the conventional 
discharge lamp were tested for the color rendering properties and the color temperature under the condition that each 
55 of these discharge lamps was lit with an input power of 1 5W, 20W, 25W and 30W, with the results as shown in Table 6: 



EP 0 883 160 B1 



Table 6 



Sample No. 


15W 


20W 


25W 


30W 


1 (Prior Art) 


Color Rendering 


40 


45 


58 


61 


Properties (Ra) 










Color Temperature (K) 


5640 


4970 


4630 


4350 


3 (Present Invention) 










Color Rendering 


63 


64 


66 


69 


Properties (Ra) 










Color Temperature (K) 


4530 


4440 


4310 


4240 



[0155] As shown in Table 6, the changes in the color temperature and color rendering properties were 1520K and 
23, respectively, in the conventional discharge lamp (sample No. 1 ), where the input power was changed from 35W 
(see Table 5) to 15W. These changes are very large, making it practically impossible to apply light control (dimming) 
20 to the discharge lamp. 

[0156] In the discharge lamp of the present invention (sample No. 3), however, the changes in the color temperature 
and color rendering properties were as small as 320K and 8, respectively, with the result that it is of no difficulty to 
apply light control to the discharge lamp. 

[0157] Further, re-starting of the discharge lamps (samples Nos. 1 and 3) was also evaluated. In this experiment, 
25 sample No. 10 of a discharge lamp, which was equal to the discharge lamp of sample No. 3 except that a xenon gas 
was sealed in the hermetic vessel at a pressure of 1 .33 x 10 4 Pa, was also tested for the re-starting voltage. Table 7 
shows the results: 



Table 7 



Sample No. 


1 (prior art) 


3 


10 


Re-starting voltage (kV) 


14 


7 


3 



[01 58] Table 7 clearly shows that the re-starting voltage for the discharge lamp of the present invention is substantially 
35 less than half the value for the prior art (sample No. 1 ). Particularly, a marked improvement was recognized in sample 
No. 10 in which the rare gas (xenon) was sealed at a low pressure without placing a high importance to the rising of 
the light flux. 

[0159] FIG. 9 is a graph showing the relationship between the sealing pressure of xenon gas and the rising time of 
the light flux in the metal halide discharge lamp according to the second embodiment of the present invention. In this 
40 graph, the xenon sealing pressure (atmospheres) is plotted on the abscissa, with the rising time (seconds) of the light 
flux being plotted on the ordinate. As apparent from FIG. 9, the rising time of the light flux is markedly shortened where 
the xenon sealing pressure is higher than one atmosphere, but is prominently long where the xenon sealing pressure 
is lower than one atmosphere. 

[0160] FIG. 10 is a graph showing the relationship between the sealing amount of iron iodide (Fel 2 ) as the second 
45 halide and the lamp voltage in respect of the metal halide discharge lamp according to the second embodiment of the 
present invention. In this graph, the sealing amount of iron iodide (mg/cc) is plotted on the abscissa, with the lamp 
voltage (V) being plotted on the ordinate. FIG. 10 shows that the lamp voltage exceeds 30V where the Fel 2 sealing 
amount exceeds 1 mg/cc of the inner volume of the hermetic vessel. Incidentally, where the Fel 2 sealing amount 
exceeds 200 mg/cc of the inner volume of the hermetic vessel, Fel 2 partly fails to be evaporated. The Fel 2 failing to 
50 be evaporated absorbs light, leading to a low light emitting efficiency of the discharge lamp. 

Embodiment 4: 

[0161] FIG. 11 is a front view showing a metal halide discharge lamp according to a third embodiment of the present 
55 invention. In this embodiment, a small short arc type metal halide discharge lamp similar to that shown in FIG. 8 is 
constructed to be adapted for mounting in a headlamp for a vehicle such as an automobile. As seen from the drawing, 
the discharge lamp of the third embodiment comprises an outer tube 21 , a base 22 and an insulating tube 23. 
[0162] The outer tube 21 is capable of shielding an ultraviolet light. A metal halide discharge lamp 5' substantially 
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equal in construction to the discharge lamp shown in FIG. 8 is housed in the outer tube 21. Also, the outer tube 21, 
which is fixed at both ends to the sealing portions 1a, is not hermetic but communicates with the outer atmosphere. 
One sealing portion 1a is mounted to the base 22. The outer lead wire 4 led out of the other end extends in parallel to 
the outer tube 21 so as to be introduced into the base 22 and connected to a terminal (not shown) within the base 22. 
5 Further, the outer lead wire 4 is covered with the insulating tube 23. 

Embodiment 5: 

[0163] FIG. 12 is an oblique view showing a headlamp for a vehicle such as an automobile as a second embodiment 
10 of the illumination apparatus of the present invention. As shown in the drawing, the headlamp of the present invention 
comprises a reflector 31 and a front cover 32. The reflector 31 is formed of a curved plastic plate having a parabolic 
cross section including a tip on the back surface. A metal halide discharge lamp shown in FIG. 11 , which is not shown 
in FIG. 12, is attached to or detached from the reflector 31 from the back surface at the tip of the reflector 31. 
[0164] On the other hand, the front cover 32, which is formed of a transparent plastic plate, is mounted to close 
15 hermetically the front opening of the reflector 31 . Incidentally, a prism or a lens is formed integral with the front cover 32. 

Embodiment 6: 

[0165] FIG. 13 is a front view showing a metal halide discharge lamp according to a fourth embodiment of the present 
20 invention. As shown in the drawing, the discharge lamp of the fourth embodiment comprises a light emitting tube 41 , 
a first support band 42, a first conductor frame 43, a flare stem 44, a bimetal and starting resistor 45, a second support 
band 46, a second conductor frame 47, a conductor wire 48, an outer tube 49 and a base 50. 
[0166] The light emitting tube 41 comprises a slender quartz glass tube having an inner diameter of 20 mm. A pair 
of main electrodes are sealed at both ends of the quartz glass tube. Also, a starting auxiliary electrode is sealed in the 
25 vicinity of one of the main electrodes. The distance between the main electrodes is set at 42 mm. 

[0167] The first support band 42 is fixed to the first conductor frame 43 in a manner to embrace a pinch sealing 
portion above the light emitting tube 41 in the drawing. The first conductor frame 43, which is fixed to the flare stem 
44, serves to apply a voltage to the main electrode above the light emitting tube 41. The flare stem 44 is fixed to a 
neck portion of the outer tube 49. Further, the bimetal or starting resistor 45 forms a starting circuit and serves to apply 
30 at the starting time a voltage of a polarity opposite to that of the main electrode formed in the vicinity of the starting 
auxiliary electrode. 

[0168] The second support band 46 is fixed to the second conductor frame 47 in a manner to embrace the pinch 
sealing portion in a lower portion of the light emitting tube 41 in the drawing. The second conductor frame 47 is fixed 
to a top portion of the outer tube 49. Further, the conductor wire 48 is connected at one end to a conductor wire of the 
35 flare stem 44 and at the other end to the second support band 46 so as to be connected to the other main electrode 
of the light emitting tube 41 via the second conductor frame 47. 

[0169] The light emitting tube 41 of the construction described above and the bimetal or starting resistor 45 are 
mounted within the outer tube 49. Further, an initial getter (not shown) is mounted within the outer tube 49 so as to 
have the impurity gases within the outer tube 49 adsorbed on the getter. 

40 [0170] Sealed inside the light emitting tube 41 were 3 mg of scandium iodide (Scl 3 ) and 15 mg of sodium iodide (Nal) 
as the first halides. Also sealed was 20 mg of the second halide shown in Table 8 together with 2.66 x 10 3 pa of argon 
as a rare gas. As a result, prepared were 15 kinds of metal halide discharge lamps. Among these discharge lamps, 
sample No, 14 of the discharge lamp was equal to sample No. 2 of the discharge lamp, except that 5 mg of 2nl 2 was 
further sealed in the light emitting tube in sample No. 14. Likewise, sample No. 1 5 of the discharge lamp was equal to 

45 sample No. 10 of the discharge lamp, except that 5 mg of Fel 2 was further sealed in the light emitting tube in sample 
No. 15. Each of these samples 14 and 1 5 was intended to increase the lamp voltage by sealing a plurality of the second 
halide compounds in the light emitting tube. 

[0171] For comparison, a conventional metal halide discharge lamp was also prepared as sample No. 1 by sealing 
40 mg of mercury in the light emitting tube in place of the second halide specified in the present invention. These 
50 discharge lamps including the conventional discharge lamp (sample No. 1) were lit with the lamp input power set 
constant at 400W for evaluating the lamp voltage, light emitting efficiency, color temperature and color rendering prop- 
erties. The results are shown in Table 8: 
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50 [0172] Let us describe the electrical characteristics of the metal halide discharge lamp according to the fourth em- 
bodiment of the present invention. 

[0173] As apparent from Table 8, the lamp voltage of the conventional metal halide discharge lamp is determined 
by the sealing amount of mercury. On the other hand, the lamp voltage of the discharge lamp according to the fourth 
embodiment of the present invention is determined mainly by the amount of evaporation of the second halide. In this 
55 case, if a heat insulating means is mounted to the light emitting tube, it is possible to permit, for example, Fel 2 sealed 
in sample No. 3 of the discharge lamp to be evaporated in an amount required for obtaining a desired lamp voltage. It 
follows that it is possible to obtain a lamp voltage fully comparable with that of the conventional discharge lamp by 
applying a heat insulating means to the light emitting tube 41. 
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[0174] Then, let us describe the light emitting characteristics. Specifically, in sample No. 3 of the discharge lamp, a 
visible light is emitted slightly from iron contained in the second halide of Fel 2 . However, light emission from mercury 
is not observed. In sample No. 3, the light emitting efficiency is somewhat lowered. However, the color rendering 
properties are somewhat improved. It should be noted that, a strong ultraviolet light is emitted if an iron halide is sealed 
5 singly in the light emitting tube. However, if a first halide is sealed together with the iron halide, the strong emission of 
the ultraviolet light has been found to be markedly weakened. Further, the ultraviolet light emission is weakened where 
an iron halide is used together with another second halide. 

[0175] As described above, the long arc type metal halide discharge lamp of the present invention also produces 
the electrical characteristics and light emitting characteristics of the discharge lamp substantially equal to those pro- 
10 duced by the conventional discharge lamp having mercury sealed therein, though the discharge lamp of the present 
invention is substantially free from the mercury sealing. 

[0176] Further, as apparent from samples Nos. 15 and 16, the lamp voltage can be controlled at a level similar to 
that of the conventional discharge lamp having mercury sealed therein by sealing together a plurality of second halides 
containing different metals. 

15 [0177] Then, samples Nos. 1 and 2 of the discharge lamps equal in construction to the discharge lamp according to 
the fourth embodiment of the present invention were tested for the color rendering properties and the color temperature 
under the condition that each of these discharge lamps was lit with a lamp power of 350W, 300W, 250W and 200W, 
with the results as shown in Table 9: 

20 Table 9 



Sample No. 


200W 


250W 


300W 


350W 


1 (Prior Art) 


Color Rendering 


38 
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54 
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Properties (Ra) 










Color Temperature (K) 


6010 


5630 
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4530 


2 (Present Invention) 










Color Rendering 
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61 
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64 


Properties (Ra) 










Color Temperature (K) 


4560 


4450 


4220 


4100 



35 [0178] As apparent from Table 9, the color temperature is markedly increased and the color rendering properties are 
markedly lowered, with decrease in the lamp power in the conventional discharge lamp (sample No. 1 ). In the discharge 
lamp of the present invention (sample No. 2), however, the color rendering properties and the color temperature remain 
substantially unchanged in spite of the change in the lamp power, making it possible to perform light control (dimming). 
[0179] FIG. 14 is a graph showing the spectral distribution of the conventional long arc type metal halide discharge 

40 lamp. On the other hand, FIG. 15 is a graph showing the spectral distribution of the long arc type metal halide discharge 
lamp according to the fourth embodiment of the present invention. In each of the graphs shown in FIGS. 14 and 15, 
the wavelength (nm) is plotted on the abscissa, with a relative discharge power (%) being plotted on the ordinate. 
[0180] FIG. 14 covers sample No. 1 of the conventional metal halide discharge lamp shown in Table 8. The main 
bright-line spectra are caused by the elements denoted above the arrows in the drawing. To be more specific, the light 

45 emitted from the conventional discharge lamp (sample No. 1 ) consists mainly of light rays emitted from scandium (Sc), 
sodium (Na) and mercury (Hg). Since scandium iodide (Scl 3 ) and sodium iodide (Nal) have a low vapor pressure, the 
evaporation amounts of these metal iodides are decreased with decrease in the lamp input in the conventional discharge 
lamp (sample No. 1 ). On the other hand, mercury has a high vapor pressure. As a result, mercury is entirely evaporated 
even if the lamp input is decreased to 200W. It follows that, if the lamp power is lowered, the light emission from mercury 

so is rendered relatively predominant, leading to increase in the color temperature. What should be noted is that, if the 
lamp power is changed for the dimming purpose in the conventional discharge lamp, a large change in the color tem- 
perature is brought about. 

[0181] When it comes to the metal halide discharge lamp according to the fourth embodiment of the present invention, 
both sodium and scandium are decreased with substantially the same rate in accordance with decrease in the lamp 
55 power. In addition, since the second halide emits a visible light only slightly, the light emitting characteristics of the 
metal halide discharge lamp are scarcely affected. It follows that the color temperature remains substantially constant 
regardless of decrease in the lamp power. To be more specific, the change in the color temperature was as large as 
1690K in the conventional discharge lamp (sample No. 1) in contrast to only 440K for the discharge lamp according 
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to the fourth embodiment of the present invention, when the lamp power was changed from 400W to 200 W, as apparent 
from the experimental data given in Tables 8 and 9. 

Embodiment 7: 

5 

[01 82] FIG. 1 6 is a front view showing a cross section of a metal halide discharge lamp according to a fifth embodiment 
of the present invention. As shown in the drawing, the discharge lamp comprises a hermetic vessel 51 , a pair of elec- 
trodes 52, a heat insulating means 53, an outer tube 54, a support band 55, a base 56, and a conductor wire 57. The 
hermetic vessel 51 , which is made of a quartz glass, has an inner diameter of 12 mm. Pinch sealing portions 51a are 
10 formed on both end portions of the hermetic vessel 51 . The electrode 52 is positioned in a central portion of the small 
diameter portion at the end of the hermetic vessel 51. The substrate portion of the electrode 52 is buried in the pinch 
sealing portion 51 a so as to permit the electrode 52 to be fixed to the hermetic vessel 51 . Further, the distance between 
the two electrodes 52 is set at 17 mm. 

[0183] The heat insulating means 53 is arranged to cover the outer surface of that region of the hermetic vessel 51 
15 which surrounds the electrode 52. The outer tube 54 comprises a quartz glass cylinder. The both open ends of the 
cylinder are sealed by pinch sealing portions 54a. The hermetic vessel 51 is housed in the outer tube 54 with the 
support bands 55, 55 interposed therebetween such that a relatively small free space is formed within the outer tube 
54. The base 56 is fixed to the pinch sealing portion 54a by using a base cement. Further, the pinch sealing portion 
54a of the outer tube 54 is electrically connected to the pinch sealing portion 51a of the hermetic vessel 51 by the 
20 conductor wire 57. 

[0184] Sealed in the hermetic vessel 51 were 1.5 mg of scandium iodide as a first halide, 7.5 mg of sodium iodide 
as a first halide, 2.66 x 10 3 Pa of argon as a rare gas, and 5 mg of the second halide shown in Table 10 so as to 
prepare a metal halide discharge lamp constructed as described above. For comparison, also prepared was a con- 
ventional metal halide discharge lamp of the same construction, except that 12.5 mg of mercury was sealed in the 
25 hermetic vessel 51 in place of the second halide sealed in the discharge lamp of the present invention. 

[0185] Each of the discharge lamps thus prepared was lit at a lamp input of 100W so as to evaluate the lamp voltage, 
light emitting efficiency, color temperature, and general color rendering index Ra, with the results as shown in Table 1 0: 
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[0186] As apparent from Table 10, the metal halide discharge lamp according to the fifth embodiment of the present 
invention, in which mercury is not sealed in the hermetic vessel , produces the electrical and light emitting characteristics 
50 substantially equal to those produced by the conventional metal halide discharge lamp having mercury sealed in the 
hermetic vessel. 

[0187] Let us describe the pressure during the lighting of the discharge lamp of the fifth embodiment with reference 
to sample No. 2 (present invention) and sample No. 1 (prior art). 

[0188] First of all, the pressure during the lighting of the discharge lamp of sample No. 1 (prior art) is proportional to 
55 the amount of mercury (the number of mols). Likewise, the pressure during the lighting of the discharge lamp of sample 
No. 2 (present invention) is proportional to the amount of aluminum iodide (All 3 ). In terms of the number of mols, the 
ratio of the mercury amount in sample No. 1 to the aluminum iodide amount in sample No. 2 is about 5 : 1. It follows 
that the ratio of sample No. 1 to sample No. 2 in terms of the pressure during the lighting of the discharge lamp is also 
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about 5:1. Since the estimated pressure for sample No. 1 is about 15 atmospheres, the pressure for sample No. 2 is 
about 3 atmospheres. 

[0189] The metal halide discharge lamp gives rise to a problem that the quartz glass forming the light emitting tube 
reacts with the halide, with the result that the quartz glass is rendered brittle during the use of the discharge lamp over 
5 a long period of time. It follows that the light emitting tube is rendered incapable of withstanding the internal pressure, 
leading to breakage of the light emitting tube. 

[0190] What should be noted in this connection is that the light emitting tube is substantially free from mercury in the 
discharge lamp of the present invention. It follows that the internal pressure of the light emitting tube is held low during 
the lighting of the discharge lamp. Naturally, the danger of the light emitting tube breakage can be markedly suppressed 

10 in the present invention. 

[0191] Further, sample No. 2 of the metal halide discharge lamp according to the fifth embodiment of the present 
invention was tested together with sample No. 1 for the prior art for the rising of the spectral characteristics. Used in 
this experiment was a lighting circuit which permits the rising of the light flux to become 100% in 8 seconds after the 
switching on. The spectral distribution of the visible light emitted from samples Nos. 1 and 2 of the discharge lamps 

15 was measured every second after the switching on by using an instant spectroscope, and chromaticity coordinates for 
each second were calculated on the basis of the spectral distribution thus measured. 

[0192] FIG. 17 is a graph of chromaticity showing the rising of the spectral characteristics for the metal halide dis- 
charge lamp according to the fifth embodiment of the present invention and for the conventional metal halide discharge 
lamp. In the graph of FIG. 17, the x-axis of the chromaticity coordinates is plotted on the abscissa, with the y-axis of 

20 the chromaticity coordinates being plotted on the ordinate. The region surrounded by a frame of solid line in FIG. 17 
represents a white region for a headlamp for an automobile, which is specified in Japanese Industrial Standards (JIS). 
Curve C in FIG. 1 7 represents the rising of the spectral distribution for sample No. 2 of the metal halide discharge lamp 
according to the fifth embodiment of the present invention. On the other hand, curve D denotes the rising of the spectral 
characteristics for sample No. 2 of the conventional discharge lamp. 

25 [0193] Curve D in the graph clearly shows that the spectral characteristics for the conventional discharge lamp (sam- 
ple No. 1) were poor in the initial stage, failing to fall within the white region specified in JIS. This is because mercury 
alone emits light in the conventional discharge lamp. It took about one minute for the spectral characteristics to fall 
within the white region. 

[0194] On the other hand, the spectral characteristics for the sample No. 2 of the discharge lamp of the present 
30 invention fell within the white region immediately after the switching on. This is because light was emitted from both 
sodium and scandium. It follows that the metal halide discharge lamp according to the fifth embodiment of the present 
invention is adapted for use in the field in which are required both prompt rising of the light flux and prompt rising of 
the spectral characteristics after the switching on. 

35 Embodiment 8: 

[0195] FIG. 18 is a cross sectional view showing a gist portion of a metal halide discharge lamp according to a sixth 
embodiment of the present invention. As shown in the drawing, the discharge lamp comprises a hermetic vessel 61, 
a pair of electrodes 62, a base 63, and an outer lead wire 64. The hermetic vessel 61 is made of a quartz glass and 

40 has an elliptical cross section. The largest inner diameter of the hermetic vessel 61 is 32 mm. Slender sealing portions 
61a extend outward from both ends of the hermetic vessel 61. The hermetic vessel 61 is sealed within the sealing 
portion 61a with a sealing metal foil made of molybdenum arranged within the sealing portion 61a. An electric current 
is supplied to the electrode 62 through the molybdenum foil. The electrode 62 consists of an electrode shaft 62a and 
a coil 62b. The proximal end portion of the electrode shaft 62a is buried in and supported by the sealing portion 61a. 

45 in this embodiment, the distance between the two electrodes 62, 62 is set at 30 mm. The base 63 is mounted to an 
end portion of the sealing portion 61a by a base cement, and the outer lead wire 64 extends to the outside through a 
hole formed along the axis of the sealing portion 61a. The outer lead wire 64, which is covered with an insulating film, 
is provided with a connection terminal 64a at the tip. 

[0196] Prepared was a metal halide discharge lamp by sealing in the hermetic vessel 61 first halides consisting of 
50 4 mg of dysprosium bromide (DyBr 3 ), 4 mg of holmium bromide (HoBr 3 ), and thulium bromide (TmBr 3 ). Also sealed 
were 1.33 x 10 4 Pa of argon as a rare gas and 30 mg of a second halide shown in Table 11. 
[0197] A conventional metal halide discharge lamp was also prepared similarly for the purpose of comparison, except 
that 90 mg of mercury was sealed in the hermetic vessel 61 in place of the second halide sealed in the discharge lamp 
of the present invention. 

55 [0198] The metal halide discharge lamps including the conventional discharge lamp thus prepared were lit under a 
constant input power of 2 kW for evaluation of the lamp voltage, light emitting efficiency, color temperature and general 
color rendering index (Ra), with the results as shown in Table 11: 
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[0199] As apparent from Table 11 , it has been confirmed that the metal halide discharge lamp according to the sixth 
embodiment of the present invention exhibits the electrical and light emitting characteristics substantially equal to those 
produced by the conventional metal halide discharge lamp having mercury sealed therein. 

[0200] Let us describe the pressure during the lighting of the metal halide discharge lamp according to the sixth 
embodiment of the present invention on the basis of comparison between sample No. 1, shown in Table 11, of the 
conventional discharge lamp and sample No. 2, shown in Table 11, of the discharge lamp according to the sixth em- 
bodiment of the present invention. It should be noted that the pressure within the hermetic vessel of the conventional 
discharge lamp (sample No. 1) is proportional to the mercury amount (the number of mols). Likewise, the pressure 
within the hermetic vessel of sample No. 2 of the discharge lamp of the present invention is proportional to the amount 
of aluminum iodide (All 3 ). Since the ratio of the mercury amount (the number of mols) in sample No. 1 to the aluminum 
iodide amount in sample No. 2 is 6 : 1 , the pressure within the hermetic vessel in sample No. 2 during the lighting of 
the discharge lamp is 1/6 of that in sample No. 1 . It should be noted that the pressure within the hermetic vessel during 
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the lighting of the conventional discharge lamp of sample No. 1 is estimated at 12 atmospheres. It follows that the 
pressure within the hermetic vessel for sample No. 2 of the present invention is about 2 atmospheres. 
[0201] The metal halide discharge lamp according to the sixth embodiment of the present invention is designed to 
be adapted for use in a projector. In order to make the projector as compact as possible, the discharge lamp of the 

5 sixth embodiment is also designed compact. As a result, the tube wall load is high, leading to a high operating tem- 
perature of the light emitting tube. In a metal halide discharge lamp having a high load, the quartz glass forming the 
light emitting tube vigorously reacts with the halide during the lighting over a long period of time. The vigorous reaction 
causes the quartz glass brittle so as to make the light emitting tube incapable of withstanding the internal pressure of 
the light emitting tube, giving rise to a problem in terms of breakage of the light emitting tube. 

10 [0202] In the discharge lamp according to the sixth embodiment of the present invention, however, the internal pres- 
sure of the hermetic vessel is low during the lighting of the discharge lamp. It follows that it is possible to suppress 
markedly the danger in respect of breakage of the hermetic vessel. 

[0203] What should also be noted is that the projector is used mainly in an athletic field and, thus, an hot restarting 
is required for the metal halide discharge lamp. For the hot re-starting, it is necessary to apply a high pulse voltage to 
15 the discharge lamp. In sample No. 1 of the conventional discharge lamp, required was 35 kV of a pulse voltage. In 
samples Nos. 2 to 8 of the discharge lamps of the present invention, however, the pulse voltage required for the hot 
re-starting was as low as only at most 8 kV because the internal pressure of the hermetic vessel was low during the 
lighting of the discharge lamp. 

20 Embodiment 9: 

[0204] Prepared was a metal halide discharge lamp substantially equal in construction and size to the discharge 
lamp shown in FIG. 13. In this embodiment, however, the discharge medium sealed in the discharge lamp was as 
follows: 

25 

First halide 3 mg of scandium iodide (Sci 3 ) and 15 mg of sodium iodide (Nal); 
Second halide 20 mg of the halides shown in Table 1 2; 
Third halide 3 mg of cesium iodide (Csl); 
Rare gas 2.66 x 10 3 Pa of argon gas. 

30 

[0205] For comparison, a conventional metal halide discharge lamp was similarly prepared, except that cesium iodide 
was not sealed in the discharge lamp. 

[0206] Also prepared were conventional metal halide discharge lamps equal to the discharge lamp of the present 
invention, except that 40 mg of mercury was sealed in the discharge lamp. The conventional discharge lamps also 
35 include a case where cesium iodide was not sealed in the hermetic vessel. 

[0207] The discharge lamps thus prepared including the comparative cases and the conventional discharge lamps 
were lit at a constant lamp input of 400W for evaluation of the light emitting efficiency and color rendering properties 
(general color rendering index Ra), with the results as shown in Table 12. Incidentally, 5.32 x 10 4 Pa of nitrogen gas 
was sealed in the outer tube included in any of the discharge lamps tested. 
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45 [0208] As apparent from Table 12, the light emitting efficiency is somewhat lowered by the cesium iodide sealing in 
the conventional metal halide discharge lamp having mercury sealed therein. 

[0209] Also, in the comparative cases where cesium iodide was not sealed, i.e., case "a" for each of samples Nos. 
2 to 4, the light emitting efficiency was found lower than that for the conventional discharge lamp having mercury sealed 
therein. 

50 [0210] On the other hand, the discharge lamp of the present invention, i.e., case "b" for each of samples Nos. 2 to 
4, was found to be superior to the conventional discharge lamp in the light emitting efficiency. It should be noted in this 
connection that, in the conventional discharge lamp, the light is emitted from mercury as well as from sodium and 
scandium, and that mercury is low in the light emitting efficiency, as described previously, leading to the low light emitting 
efficiency of the conventional discharge lamp. In the discharge lamp according to this embodiment of the present 

55 invention, however, the energy consumed for the light emission is not distributed to mercury but is distributed to the 
light emitting metal alone, with the result that the light emitting efficiency for the present invention is clearly improved, 
compared with the prior art. 

[021 1] Further, the discharge lamp according to the present invention is somewhat superior to the comparative case, 
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i.e., case "a" for samples Nos. 2 to 4, in the color rendering properties, too. 
Embodiment 10: 

5 [0212] Prepared was a metal halide discharge lamp substantially equal in construction to the discharge lamp shown 
in FIG. 13. In this embodiment, however, the light emitting tube of the discharge lamp had an inner diameter of 12 mm, 
and the distance between the two electrodes was 17 mm. Further, the discharge medium sealed in the discharge lamp 
was as follows: 

10 First halide 1 .5 mg of scandium iodide (Scl 3 ) and 1 7.5 mg of sodium iodide (Nal); 

Second halide 5 mg of the halides shown in Table 13; 
Third halide 1 .5 mg of cesium iodide (Csl); 
Rare gas 2.66 x 10 3 Pa of argon gas. 

15 [0213] For comparison, a conventional metal halide discharge lamp was similarly prepared, except that cesium iodide 
was not sealed in the discharge lamp. 

[0214] Also prepared were conventional metal halide discharge lamps equal to the discharge lamp of the present 
invention, except that 12.5 mg of mercury was sealed in the discharge lamp. The conventional discharge lamps also 
include a case where cesium iodide was not sealed in the light emitting tube. 
20 [0215] The discharge lamps thus prepared including the comparative cases and the conventional discharge lamps 
were lit at a constant lamp input of 100W for evaluation of the light emitting efficiency and color rendering properties 
(general color rendering index Ra), with the results as shown in Table 13. Incidentally, 5.32 x 10 4 Pa of nitrogen gas 
was sealed in the light emitting tube included in any of the discharge lamps tested. 
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[0216] The tendencies similar to those for Embodiment 9 were also recognized in this Embodiment 10, too. 
Embodiment 11: 

45 

[0217] Prepared was a metal halide discharge lamp substantially equal in construction to the discharge lamp shown 
in FIG. 13. In this embodiment, however, the light emitting tube of the discharge lamp had an inner diameter of 25 mm, 
and the distance between the two electrodes was 60 mm. Further, the discharge medium sealed in the discharge lamp 
was as follows: 

50 

First halide 12 mg of dysprosium iodide (Dyl 3 ) and 3 mg of thallium iodide (Til); 
Second halide 40 mg of the halides shown in Table 14; 
Third halide 16 mg of cesium iodide (Csl); 
Rare gas 2.39 x 10 3 Pa of argon gas. 

55 

[0218] For comparison, a conventional metal halide discharge lamp was similarly prepared, except that cesium iodide 
was not sealed in the discharge lamp. 

[0219] Also prepared were conventional metal halide discharge lamps equal to the discharge lamp of the present 
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invention, except that 150 mg of mercury was sealed in the discharge lamp. The conventional discharge lamps also 
include a case where cesium iodide was not sealed in the light emitting tube. 

[0220] The discharge lamps thus prepared including the comparative cases and the conventional discharge lamps 
were lit at a constant lamp input of 1 kW for evaluation of the light emitting efficiency and color rendering properties 
5 (general color rendering index Ra), with the results as shown in Table 14. Incidentally, 5.32 x 10 4 Pa of nitrogen gas 
was sealed in the outer tube included in any of the discharge lamps tested. 
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50 

[0221] The tendencies similar to those for Embodiments 9 and 10 were also recognized in this Embodiment 11 , too. 
Embodiment 12: 

55 [0222] Prepared was a metal halide discharge lamp substantially equal in construction to the discharge lamp shown 
in FIG. 1 8. In this embodiment, however, the light emitting tube of the discharge lamp had an inner diameter of 32 mm, 
and the distance between the two electrodes was 30 mm. Further, the discharge medium sealed in the discharge lamp 
was as follows: 
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First halide 4 mg of dysprosium bromide (DyBr 4 ), 4 mg of holmium bromide (HoBr 3 ) and 4 mg of thulium 
bromide (TmBr 3 ); 

Second halide 30 mg of the halides shown in Table 15; 
Third halide 5 mg of cesium iodide (Csl); 
5 Rare gas 1 .33 x 10 4 Pa of argon gas. 

[0223] For comparison, a conventional metal halide discharge lamp was similarly prepared, except that cesium iodide 
was not sealed in the discharge lamp. 

[0224] Also prepared were conventional metal halide discharge lamps equal to the discharge lamp of the present 
10 invention, except that 90 mg of mercury was sealed in the discharge lamp. The conventional discharge lamps also 
include a case where cesium iodide was not sealed in the light emitting tube. 

[0225] The discharge lamps thus prepared including the comparative cases and the conventional discharge lamps 
were lit at a constant lamp input of 2 kW for evaluation of the light emitting efficiency and color rendering properties 
(general color rendering index Ra), with the results as shown in Table 15. 
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[0226] The tendencies similar to those for Embodiments 9 to 11 were also recognized in this Embodiment 12, too. 
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Embodiment 13: 

[0227] Prepared was a metal halide discharge lamp substantially equal in construction to the discharge lamp shown 
in FIG. 1 3. In this embodiment, however, the light emitting tube of the discharge lamp had an inner diameter of 20 mm, 
5 and the distance between the two electrodes was 42 mm. Further, the inner space of the outer tube 49 was held at a 
vacuum condition of 1.33 x 10* 2 Pa or less. Still further, the discharge medium sealed in the discharge lamp was as 
follows: 

First halide 3 mg of scandium iodide (Scl 3 ) and 15 mg of sodium iodide (Nal); 
10 Second halide 20 mg of the halides shown in Table 1 6; 

Rare gas 2.66 x 10 3 Pa of argon gas. 

[0228] For comparison, a conventional metal halide discharge lamp was similarly prepared, except that 5.32 x 10 4 
Pa of nitrogen gas was sealed in the outer tube 49 of the discharge lamp. 
15 [0229] Also prepared were conventional metal halide discharge lamps equal to the discharge lamp of the present 
invention, except that 40 mg of mercury was sealed in the light emitting tube 41. The conventional discharge lamps 
also include a case where nitrogen gas was not sealed in the outer tube 49. 

[0230] The discharge lamps thus prepared including the comparative cases and the conventional discharge lamps 
were lit at a constant lamp input of 400W for evaluation of the light emitting efficiency and color rendering properties 
20 (general color rendering index Ra), with the results as shown in Table 16. 
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45 [0231] As apparentfrom Table 16, in sample No. 1 of the conventional discharge lamp having mercury sealed therein, 
an appreciable difference in any of the light emitting efficiency and the color rendering properties Ra is not recognized 
between case "a" where a nitrogen gas was sealed in the outer tube and case "b" where the inner space of the outer 
tube was held at a vacuum condition. 

[0232] On the other hand, in any of samples Nos. 2 to 4 of the discharge lamps in which mercury was not sealed, 
50 the light emitting efficiency for case "b" where the inner space of the outer tube was held at a vacuum condition was 
clearly higher than that for case "a" where a nitrogen gas was sealed in the outer tube. In other words, the discharge 
lamp of the present invention in which the inner space of the outer tube is held at a vacuum condition is clearly advan- 
tageous in the light emitting efficiency over the conventional discharge lamp. It should be noted in this connection that 
mercury also emits light in the conventional discharge lamp in addition to the light emission from sodium and scandium, 
55 and that mercury is low in the light emitting efficiency, as described previously. In the present invention, however, all 
the light emitting energy is distributed to the light emitting metals contained in the first halides, leading to the high light 
emitting efficiency. Further, the discharge lamp according to Embodiment 13 was found somewhat superior to the 
conventional discharge lamp in the color rendering properties, too. 
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[0233] The tendencies similar to those for Embodiments 9 to 11 were also recognized in this Embodiment 13, too. 
Embodiment 14: 

5 [0234] Prepared was a metal halide discharge lamp substantially equal in construction to the discharge lamp shown 
in FIG. 1 3. In this embodiment, however, the light emitting tube of the discharge lamp had an inner diameter of 1 2 mm, 
and the distance between the two electrodes was 1 7 mm. Further, the inner space of the outer tube 49 was held at a 
vacuum condition of 1.33 x 10" 2 Pa or less. Still further, the discharge medium sealed in the discharge lamp was as 
follows: 

10 

First halide 1 .5 mg of scandium iodide (Scl 3 ) and 7.5 mg of sodium iodide (Nal); 
Second halide 5 mg of the halides shown in Table 17; 
Rare gas 2.66 x 10 3 Pa of argon gas. 

15 [0235] For comparison, a conventional metal halide discharge lamp was similarly prepared, except that 5.32 x 10 4 
Pa of nitrogen gas was sealed in the outer tube 49 of the discharge lamp. 

[0236] Also prepared were conventional metal halide discharge lamps equal to the discharge lamp of the present 
invention, except that 12.5 mg of mercury was sealed in the light emitting tube 41 . The conventional discharge lamps 
also include a case where nitrogen gas was not sealed in the outer tube 49 to keep at a vacuum condition the inner 
20 space of the outer tube 49. 

[0237] The discharge lamps thus prepared including the comparative cases and the conventional discharge lamps 
were lit at a constant lamp input of 100W for evaluation of the light emitting efficiency and color rendering properties 
(general color rendering index Ra), with the results as shown in Table 17. 
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45 [0238] The tendencies similar to those for Embodiments 13 were also recognized in this Embodiment 14, too. 
Embodiment 15: 

[0239] Prepared was a metal halide discharge lamp substantially equal in construction to the discharge lamp shown 
50 in FIG. 1 3. In this embodiment, however, the light emitting tube of the discharge lamp had an inner diameter of 25 mm, 
and the distance between the two electrodes was 60 mm. Further, the inner space of the outer tube 49 was held at a 
vacuum condition of 1 .33 x 10' 2 Pa or less. Still further, the discharge medium sealed in the discharge lamp was as 
follows: 



55 



First halide 12 mg of dysprosium iodide (Dyl 3 ) and 3 mg of thallium iodide (Til); 
Second halide 40 mg of the halides shown in Table 18; 
Rare gas 2.39 x 10 3 Pa of argon gas. 
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[0240] For comparison, a conventional metal halide discharge lamp was similarly prepared, except that 5.32 x 10 4 
Pa of nitrogen gas was sealed in the outer tube 49 of the discharge lamp. 

[0241] Also prepared were conventional metal halide discharge lamps equal to the discharge lamp of the present 
invention, except that 150 mg of mercury was sealed in the light emitting tube 41. The conventional discharge lamps 
5 also include a case where nitrogen gas was not sealed in the outer tube 49 to keep at a vacuum condition the inner 
space of the outer tube 49. 

[0242] The discharge lamps thus prepared including the comparative cases and the conventional discharge lamps 
were lit at a constant lamp input of 1 kW for evaluation of the light emitting efficiency and color rendering properties 
(general color rendering index Ra), with the results as shown in Table 18. 
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[0243] The tendencies substantially equal to those for Embodiments 1 3 and 1 4 were also recognized in this Embod- 
iment 15, too. 
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Embodiment 16: 

[0244] FIG, 19 is a front view showing a metal halide discharge lamp according to a seventh embodiment of the 
present invention. The reference numerals common with FIGS. 13 and 19 denote the same members of the discharge 
lamp and, thus, reference thereto is omitted in the following description. The seventh embodiment shown in FIG. 19 
differs from the embodiment shown in FIG. 13 in that the discharge lamp shown in FIG. 19 is of a long arc type and is 
lit by a DC current. 

[0245] To be more specific, the light emitting tube 41 has an inner diameter of 18 mm. A cathode 41a and an auxiliary 
electrode 41b are sealed to one end of the light emitting tube 41 , with an anode 41c being sealed to the other end of 
the tube 41. The cathode 41a consists of a tungsten rod having a diameter of 1 mm and a length of 15 mm. The 
tungsten rod contains thorium, and a tungsten wire having a diameter of 0.4 mm is wound about the tungsten rod. The 
auxiliary electrode 41 b consists of a tungsten wire having a diameter of 0.3 mm. These cathode 41a, auxiliary electrode 
41b and anode 41c are connected respectively to a sealing foil 41d made of molybdenum and hermetically buried 
inside a sealing portion 41 e. The anode 41c is connected to a base 50 through the sealing foil 41 e, a conductor wire 
48' and a flare stem 44. The auxiliary electrode 41b is connected to the conductor wire 48' through a starting resistor 
45'. The cathode 41a is connected to the base 50 through the conductor wire 48' and the flare stem 44. The distance 
between the cathode and the anode is set at 40 mm. A heat insulating film 41 f consisting essentially of platinum is 
formed at an end portion of the light emitting tube 41 on the side of the cathode 41a. Further, the outer tube 49 consists 
of a glass tube having an inner diameter of 40 mm. The inner space of the outer tube 49 is held at a vacuum condition. 
[0246] The discharge medium sealed in the discharge lamp was as follows: 

First halide 3 mg of scandium iodide (Scl 3 ) and 1 5 mg of sodium iodide (Nal); 
Second halide 20 mg of the halides shown in Table 19; 
Rare gas 3.72 x 10 3 Pa of argon gas. 

[0247] For comparison, a conventional metal halide discharge lamp was similarly prepared, except that 40 mg of 
mercury was sealed in the light emitting tube 41 of the discharge lamp. 

[0248] Five discharge lamps were prepared for each of samples Nos. 2 to 4 of the seventh embodiment of the present 
invention. Also, three discharge lamps were prepared for sample No. 1 of the prior art. The discharge lamps thus 
prepared including the conventional discharge lamps were lit by a DC current at a constant rated output of 360W for 
evaluation of the light emitting efficiency (Im/W), lamp voltage (V), color temperature (K), and color rendering properties 
(general color rendering index Ra), with the results as shown in Table 19. 
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[0249] As apparent from Table 19, the metal halide discharge lamp according to the seventh embodiment of the 
present invention, which is somewhat inferior in the light emitting efficiency to the conventional discharge lamp, is fully 
comparable with the conventional discharge lamp in the other characteristics of the discharge lamp. 
50 [0250] Then, sample No. 3 of the discharge lamp of the present invention and sample No. 1 of the conventional 
discharge lamp were tested for the color rendering properties and the color temperature under the condition that each 
of these discharge lamps was lit with an input power of 200W, 250W and 300W, with the results as shown in Table 20: 
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Table 20 



Sample No. 
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[0251] As apparent from Table 20, the color rendering properties Ra was lowered and the color temperature (K) was 
increased in the conventional discharge lamp with decrease of the lamp input from the rated value. In the discharge 
lamp of the present invention, however, the changes in the color rendering properties Ra and the color temperature 
20 (K) were maintained substantially constant in spite of the change in the input power, supporting that the discharge lamp 
of the present invention is suitable for the dimming. 

[0252] Further, each of the conventional discharge lamp and the discharge lamps of the present invention was sub- 
jected to a horizontal lighting under the condition that each lamp was kept lit for 2 hours at 400W, which was 10% 
higher than the rated power, followed by keeping the light put out for 10 minutes, so as to look into the occurrence of 
25 rupture of the light emitting tube and the hot re-starting voltage after put-out of the light for 2 seconds during the lighting 
at a rated input power. Rupture of the light emitting tube was not found at all even after the lighting for about 2,500 
hours. On the other hand, the average values of the hot re-starting voltage were as shown in Table 21 : 



Table 21 



Sample No. 


Second Halide 


Re-starting Voltage (kV) 


1 (Prior Art) 
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[0253] As apparent from Table 21 , the re-starting voltage for the discharge lamp of the present invention is markedly 
lower than that for the conventional discharge lamp. 
40 [0254] Further, a severe color separation was observed during the lighting of the conventional discharge lamp. On 
the other hand, a color separation was observed only slightly in the discharge lamp of the present invention. In this 
case, the discharge lamp was considered to be sufficient for being put to practical use. 

Embodiment 17: 

45 

[0255] Prepared was a metal halide discharge lamp equal in construction and size to the discharge lamp shown in 
FIG. 8 and adapted for use in a headlamp for a vehicle. The discharge medium sealed in the discharge lamp was as 
follows: 

50 First halide 0.14 mg of scandium iodide (Scl 3 ) and 0.7 mg of sodium iodide (Nal); 

Second halide 0.4 mg of the halides shown in Table 22; 
Rare gas 5 atmospheres of xenon gas. 

[0256] For comparison, a conventional metal halide discharge lamp was prepared by further sealing 1 mg of mercury 
55 in addition to the second halide. 

[0257] Each of the discharge lamps of the present invention and the conventional discharge lamp thus prepared was 
lit at a constant lamp input of 35W for evaluation of the lamp voltage, light emitting efficiency, color rendering properties 
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(general color rendering index Ra), and color temperature, with the results as shown in Table 22. 
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[0258] The lamp voltage is determined by the sealing amount of mercury in the conventional discharge lamp. In the 
discharge lamp of the present invention, however, the lamp voltage is determined by the evaporation amount of the 
second halide. It follows that a desired lamp voltage can be obtained without difficulty in the discharge lamp of the 
present invention by applying a satisfactory heat insulation to the light emitting tube. As apparent from Table 22, the 
55 lamp voltage for the discharge lamp of the present invention was found somewhat lower than that for the conventional 
discharge lamp. However, since the lamp voltage was higher than 50V, the discharge lamp of the present invention 
does not give rise to any practical problem because an electronic lighting circuit is used for lighting a small metal halide 
discharge lamp of this type. Also, the discharge lamp of the present invention is somewhat inferior to the conventional 
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discharge lamp in the light emitting efficiency. However, the discharge lamp of the present invention tends to improve 
the color rendering properties because a visible light is slightly emitted by the metal contained in the second halide 
such as aluminum. 

[0259] FIG. 20 is a graph showing the changes in the chromaticity in respect of sample No. 2 of the discharge lamp 
5 of the present invention and sample No. 1 of the conventional discharge lamp shown in Table 22, 

[0260] The graph shows the range of chromaticity of white color specified in JIS (Japanese Industrial Standards) D 
5500-1984 relating to the lamps for automobiles. Curve E shown in the graph denotes the changes in the chromaticity 
for the discharge lamp of the present invention, with curve F denoting the changes in the chromaticity for the conven- 
tional discharge lamp. The numbers put near the measuring points for each of these curves E and F denote the time 
10 (seconds) after the lighting of the discharge lamp. Used in this experiment was a lighting circuit designed such that 
2.6A of lamp current was allowed to flow immediately after the turning on of the power source, followed by gradually 
decreasing the current so as to control the lamp power at a rated power of 35W. 

[0261] As apparent from FIG. 20, the discharge lamp of the present invention emits light falling within a white color 
range in 0.5 second or less after the lighting; whereas, the conventional discharge lamp emits light falling within a white 
15 color range in 18 seconds after the lighting. 

[0262] Further, each of sample No. 2 of the discharge lamp of the present invention and sample No. 1 of the con- 
ventional discharge lamp was lit at a lamp input power of 1 5W, 20W, 25W and 30W for evaluation of the general color 
rendering index Ra and the color temperature (K), with the results as shown in Table 23: 



20 Table 23 



Sample No. 


15W 


20W 


25W 


30W 


1 (Prior Art) 


Color Rendering 


40 


45 


58 


61 


Properties (Ra) 










Color Temperature (K) 


5640 


4970 


4630 


4350 


2 (Present Invention) 










Color Rendering 


63 


64 


65 


66 


Properties (Ra) 










Color Temperature (K) 


4280 


4220 


4110 


4040 



35 [0263] Sample No. 1 of the conventional discharge lamp has a high mercury vapor pressure, with the result that 
mercury is entirely in an evaporated state even if the lamp input power is lowered to 15W. It follows that the light 
emission from mercury is rendered predominant with decrease in the lamp input power so as to increase the color 
temperature and to lower the color rendering properties. It may be of no difficulty to understand that the conventional 
discharge lamp is unsuitable for the dimming in the practical sense. 

40 [0264] On the other hand, both the color rendering properties and the color temperature remain substantially un- 
changed regardless of change in the lamp input power in the sample No. 2 of the discharge lamp of the present 
invention. Clearly, the discharge lamp of the present invention is sufficiently adapted for the dimming. 
[0265] Further, the re-starting voltage in the step of hot re-starting of the discharge lamp was measured for each of 
the discharge lamps of the present invention and the conventional discharge lamp, with the results as shown in Table 

45 24. For measuring the re-starting voltage, the discharge lamp was kept lit for 30 minutes, followed by putting out the 
lamp and, then, re-starting the lighting of the lamp. It should be noted that, if the discharge lamp is kept put out for a 
longer time, the electrode temperature is lowered so as to make it difficult for the discharge lamp to be re-started. On 
the other hand, the vapor pressures of mercury and the metal halide within the light emitting tube are lowered with 
increase in the time during which the discharge lamp is kept put out, with the result that the re-starting of the discharge 

so lamp is facilitated. Because of these contradictory tendencies, it is most difficult for the discharge lamp to be re-started 
in the case where the discharge lamp is kept put out for about 10 seconds. 



Table 24 



Sample No. 


Second Halide 


Re-starting voltage (kV) 


1 (Prior Art) 




15.2 


2 


All 3 


8.7 
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Table 24 (continued) 



Sample No. 


Second Malide 


Re-starting voltage (kV) 


3 


Fel 2 


9.1 


4 


Znl 2 


9.6 


5 


Mnl 2 


9.3 


6 


Gal 3 


8.3 



10 

[0266] The starting voltage for sample No. 1 of the conventional discharge lamp was found to be high because the 
mercury vapor pressure of the discharge lamp remained to be high. 

[0267] On the other hand, the vapor pressure of the metal contained in the second metal halide was clearly lower 
than the vapor pressure of mercury during the steady lighting time in samples Nos. 2 to 6 of the discharge lamps of 
15 the present invention. Nevertheless, the difference between the vapor pressure of the metal contained in the second 
halide and the mercury vapor pressure is minimized in 10 seconds after the discharge lamp is put out. This indicates 
that the discharge lamp of the present invention is quite satisfactory in the re-starting characteristics, compared with 
the conventional discharge lamp having mercury sealed therein. 

[0268] Further, the color characteristics in the vicinity of the electrodes were measured, covering the case where 
20 each of the discharge lamps of the present invention and the conventional discharge lamp was lit by a DC current, with 
the results as shown in Table 25. To be more specific, the color temperatures (K) in the vicinity of the anode and in the 
vicinity of the cathode were measured, covering the case where the light emitted from the discharge lamp when the 
discharge lamp was lit with a lamp input power of 35W was projected onto a screen. 



Table 25 



35 



sample No. 


Second Halide 


Color temp. (K) on anode side 


Color temp. (K) on cathode side 


1 (Prior Art) 




5330 


3720 


2 


All 3 


4210 


3840 


3 


Fel 2 


4420 


4010 


4 


Znl 2 


4080 


3650 


5 


Mnl 2 


4450 


4060 


6 


Gal 3 


4530 


4130 



[0269] As apparent from Table 25, there is a large difference in the color temperature between the anode side and 
the cathode side in sample No. 1 of the conventional discharge lamp. It is difficult to make up for the large difference 
in the color temperature by designing appropriately the headlamp using the conventional discharge lamp. 
[0270] In samples Nos. 2 to 6 of the discharge lamps of the present invention, however, the difference in the color 
temperature between the anode side and the cathode side is small. Naturally, the discharge lamp of the present in- 
vention can be put to practical use satisfactorily. 



Embodiment 18: 

45 

[0271] Prepared was a metal halide discharge lamp substantially equal to the discharge lamp shown in FIG. 11 and 
suitable for use in a headlamp of a vehicle, except that the end portions of the outer tube 21 were hermetically sealed 
to the sealing portions 1a, 1a of the light emitting tube 1 and the inner space of the outer tube 21 was held at a vacuum 
condition. The discharge lamp thus prepared was equal to the discharge lamp of Embodiment 1 7 in the other construe- 
so tion including the discharge medium sealed in the light emitting tube. Also prepared was a conventional discharge 
lamp equal to the conventional discharge lamp of Embodiment 17, except that the inner space of the outer tube was 
held at a vacuum condition. 

[0272] Each of the discharge lamps of the present invention and the conventional discharge lamp was tested for the 
lamp voltage (V), light emitting efficiencies (Im/W), color rendering properties (general color rendering index) Ra, and 
55 color temperature (K), with the results as shown in Table 26. 
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[0273] In the discharge lamp of the present invention, the lamp voltage is increased and the light emitting efficiency 
is markedly improved by establishing a vacuum condition in the inner space of the outer tube. In the conventional 
50 discharge lamp, however, improvements in the lamp voltage and the light emitting efficiency were achieved only slightly. 

Embodiment 19: 

[0274] Prepared was a metal halide discharge lamp equal in construction and size to the discharge lamp shown in 
55 FIG. 8 and adapted for use in a headlamp of a vehicle. Discharge medium sealed in the discharge lamp was as follows: 

First halide 0.14 mg of scandium iodide (Scl 3 ) and 0.7 mg of sodium iodide (Nal); 
Second halide 0.4 mg of zinc iodide (Znl 2 ) and 0.1 mg of the halides shown in Table 27; 
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Rare gas 5 atmospheres of xenon gas. 

[0275] Each of the discharge lamps of the present invention thus prepared was tested for the lamp voltage (V), light 
emitting efficiency (Im/W), color rendering properties (general color rendering index Ra), and color temperature (K), 
5 with the results as shown in Table 27. 
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[0276] The second halide, which has a vapor pressure lower than that of mercury in general, contributes more greatly 
to formation of the lamp voltage than mercury under the same vapor pressure. 

[0277] However, mercury, which always has a high vapor pressure, is evaporated completely when sealed in a small 
55 metal halide discharge lamp having a small load, e.g., rate lamp power of at most 1 00W, which is used in, for example, 
a headlamp for a vehicle. Therefore, the lamp voltage can be controlled by controlling the sealing amount of mercury. 
[0278] On the other hand, when it comes to the discharge lamp of the present invention in which a second halide is 
sealed in place of mercury, the vapor pressure of the sealed halide reaches a saturation before the halide is completely 
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evaporated, making it impossible to further increase the lamp voltage. 

[0279] However, the lamp voltage can be further increased by sealing a plurality of second halides as in this Em- 
bodiment 19. To be more specific, when the vapor pressure of one of the second halides has reached a saturation, 
evaporation of the other second halide contributes to the increase in the lamp voltage. It follows that the lamp voltage 
5 in the case of sealing a plurality of second halides is made higher than that in the case of sealing only a single kind of 
the second halide. 

Embodiment 20: 

10 [0280] Prepared was a metal halide discharge lamp equal in construction and size to the discharge lamp shown in 
FIG. 8 and adapted for use in a headlamp of a vehicle. Discharge medium sealed in the discharge lamp was as follows: 

First halide 0.14 mg of scandium iodide (Scl 3 ) and 0.7 mg of sodium iodide (Nal); 
Second halide 0.4 mg of the halides shown in Table 28; 
15 Third halide 0.1 mg of cesium iodide (Csl); 

Rare gas 5 atmospheres of xenon gas. 

[0281] Also prepared was a conventional metal halide discharge lamp equal to the discharge lamp of the present 
invention, except that 1 mg of mercury was sealed in the discharge lamp in place of the second halide used in the 
20 discharge lamp of the present invention. 

[0282] Each of the discharge lamps of the present invention and the conventional discharge lamp thus prepared was 
tested for the lamp voltage (V), light emitting efficiency (Im/W), color rendering properties (general color rendering 
index Ra), and color temperature (K), with the results as shown in Table 28. 



55 
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[0283] In this embodiment, cesium iodide Gsl was added as a third halide. Although the Csl addition did not bring 
about appreciable changes in the color rendering properties Ra and the color temperature, the temperature distribution 
of the arc is flattened by the Csl addition so as to suppress the heat loss and, thus, to improve the light emitting 
efficiency. In the prior art having mercury sealed therein, however, an improvement in the light emitting efficiency was 
not recognized in spite of the third halide addition. 

[0284] It should also be noted that, in the present invention, mercury which is low in its light emitting efficiency is not 
sealed in the light emitting tube so as to make the present invention higher in its light emitting efficiency than the prior art. 
[0285] Further, an additional experiment was conducted in which the sealing amount of the third halide, i.e., cesium 
iodide (Csl), was changed in sample No. 3 of the discharge lamp of the present invention shown in Table 28 so as to 
measure the changes in the light emitting efficiency (Im/W), with the results as shown in Table 29: 
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Table 29 



Csl (mg) 


0.005 


0.01 


0.05 


0.1 


LEE* (lm/W) 


83 


85 


88 


92 



(continued) 



10 



Csl (mg) 


0.3 


0.5 


1.0 


2.0 


2.5 


LEE* (lm/W) 


91 


90 


89 


84 


79 



15 * LEE Light Emitting Efficiency 



[0286] As apparent from Table 29, the Csl addition is effective if the addition amount is 0.01 mg or more. By contraries, 
if Csl is added excessively, the vapor pressure of the light emitting metal is lowered, with the result that the light emitting 
20 effect is lowered. 

[0287] Further, the discharge lamps shown in Table 28 were subjected to hot a re-starting test under the conditions 
equal to those in Embodiment 17 so as to measure the re-starting voltage, with the results as shown in Table 30: 



Table 30 



Sample No. 


Second Halide 


Re-starting Voltage (kV) 


1 (Prior Art) 




15.2 


2 


All 3 


9.2 


3 


Fel 2 


9.6 


4 


Znl 2 


10.1 


5 


Mnl 2 


9.8 


6 


Gal 3 


8.9 



35 

[0288] The discharge lamp of the present invention is markedly lower in the re-starting voltage than the prior art 
having mercury sealed in the light emitting tube, but is somewhat higher in the re-starting voltage than the case where 
the third halide of cesium iodide (Csl) is not sealed in the light emitting tube. However, the re-starting voltage shown 
in Table 30, which is required in the discharge lamp of the present invention, does not produce any practical problem. 

40 

Embodiment 21: 

[0289] FIG. 21 is a front view showing a metal halide discharge lamp according to an eighth embodiment of the 
present invention. The reference numerals common with FIGS. 8 and 21 denote the same members of the discharge 

45 lamp and, thus, reference thereto is omitted in the following description. The eighth embodiment shown in FIG. 21 
equal to the embodiment shown in FIG. 8 in that the discharge lamp shown in FIG. 21 is suitable for use in a headlamp 
for a vehicle, but differs from the embodiment shown in FIG. 8 in that the discharge lamp shown in FIG. 21 is lit by a 
DC current. To be more specific, the discharge lamp shown in FIG. 21 comprises a cathode \ and an anode 2 A . 
[0290] The hermetic vessel 1 , which is prepared from a cylinder having an inner diameter of 4 mm and a length of 

so 7 mm, is in the shape of a bulb having an elliptical cross section. Sealing portions 1a each having a length of 30 mm 
are mounted to the end portions of the hermetic vessel 1 . The cathode 2 K consists of a tungsten rod containing thorium 
and having a diameter of 0.4 mm and a length of 6 mm. The proximal end portion of the cathode 2 K is welded to one 
end of a molybdenum foil 3 buried in the sealing portion 1a and having a width of 1.5 mm, a length of 15 mm and a 
thickness of 15 ^im. On the other hand, the anode 2 A consists of a tungsten rod having a diameter of 0.8 mm and a 

55 length of 6 mm. The proximal end portion of the anode 2 A is welded to one end of the molybdenum foil 3. Further, the 
outer lead wire 4, which consists of a conductive wire having a diameter of 0.5 mm and a length of 25 mm, is welded 
to the other end of the molybdenum foil 3. 
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[0291] In preparing the metal hallde discharge lamp of the construction described above, prepared first are a pair of 
sealing tubes for forming the sealing portions 1a on both end portions of the hermetic vessel 1. Then, a connection 
assembly including the cathode 2 K> the molybdenum foil 3 and the outer lead wire 4 is inserted into one of the sealing 
tubes, followed by fusing under heat the sealing tube using an oxygen-hydrogen burner and subsequently sealing the 
5 sealing tube with a pinch seal so as to seal the cathode 2 K to the hermetic vessel 1. Further, the first and second 
halides are sealed in the hermetic vessel 1 through the other sealing tube, followed by inserting a connection assembly 
including the anode 2 A , the molybdenum foil 3 and the outer lead wire 4 into the sealing tube so as to set the distance 
between the anode and the cathode at 4.2 mm. 

[0292] In the next step, these connection assemblies are mounted to an exhaust system through the sealing tubes 
10 so as to exhaust the hermetic vessel 1 , followed by introducing a xenon gas at a pressure of 2 atmospheres into the 
hermetic vessel 1 . Then, the other sealing tube is fused by heating with an oxygen-hydrogen burner while cooling the 
hermetic vessel 1 , followed by sealing the anode 2 A to the hermetic vessel 1 with a pinch seal, thereby to prepare the 
metal halide discharge lamp shown in FIG. 21. 

[0293] The discharge medium sealed in the hermetic vessel 1 included the first and second halides given below: 

15 

First halide 0.17 mg of scandium iodide (Scl 3 ) and 0.83 mg of sodium iodide (Nal); 

Second halide 0.4 mg of Znl 2 (sample No. 2 of the discharge lamp of the present invention); 
0.2 mg of All 3 (sample No. 3 of the discharge lamp of the present invention); and 
0.4 mg of Fel 2 (sample No. 4 of the discharge lamp of the present invention). 

20 

[0294] Also prepared was sample No. 1 of the conventional discharge lamp equal to the discharge lamps of the 
present invention except that 1 mg of mercury was sealed in the conventional discharge lamp in place of the second 
halide sealed in the discharge lamp of the present invention. 

[0295] Sample No. 2 of the discharge lamp of the present invention and sample No. 1 of the conventional discharge 
25 lamp each having a rated lamp input power of 35W were lit with a lamp input power of 20W, 25W, 30W and 35W, so 
as to measure the light emitting efficiency (Im/W), the color rendering properties (general color rendering index) Ra, 
and the color temperature (K) of the discharge lamps, with the results as shown in Table 31: 



30 



35 



40 



45 



50 



55 



* 



EP 0 883 160 B1 



10 



15 



20 



25 



CO 



30 



35 



40 



45 

























M 








































(d 






© 


o 


O 


o 


o 


o 










o 


o 






en 




M 












ro 


CM 




u 


d> 
















o 


S 4 


















^ 


6 


















o 


(P 


















a 
























CO 


















& 


0) 


















XX 


■H 


















*m 


ert 




m 


m 




u> 


at 


o 


u 


u 

<p 






vo 


vo 


vo 


vo 




o 


•d 


cu 


















c: 


o 
















o 


<p 


u 
















a 


V4 


CU 


w 


















^1 




















f \ 

y 


















o» 






















w 






o 








m 






•M 






00 














ri 
W 














x: 




•A 
















tn 


-A 


*M 


















% 


«« i 






























































































c 






o 


in 


o 


in 


o 


m 




ower 






CM 


ro 


CM 


CM 


CO 




amp 








































































*T 




















O 




















•H 
















Art) 




nvent 






» 










u 


CM 


M 






o 










o 










z 










•H 


















M 




c 






0 










PU 




<D 




















CO 






CU 

§ 














<D 
U 



























[0296] FIG. 22 is a graph of chromaticity showing the rising of the spectral characteristics of sample No. 2 of the 
metal halide discharge lamp according to eighth embodiment of the present invention in comparison with sample No. 

50 1 of the conventional discharge lamp. Curve G shown in FIG. 22 represents the rising of the spectral characteristics 
for the discharge lamp of the present invention, with curve H denoting the rising of the spectral characteristics for the 
conventional discharge lamp. As apparent from FIG. 22, the light emitted from the discharge lamp of the present 
invention falls within a range of white light immediately after the lighting. On the other hand, the light emitted from the 
conventional discharge lamp falls within a range of white light about 18 seconds after the lighting. 

55 [0297] Then, an intermittent lighting test was applied to each of the samples of the discharge lamps under the con- 
dition that each lamp was kept lit for 60 minutes at a lamp input power of 42W, which was 20% higher than the rated 
lamp input power, followed by putting out the lamps for 15 seconds in order to look into the rupture of the hermetic 
vessel. No rupture of the hermetic vessel was found in any of the tested samples 1 ,000 hours after the starting of the test. 
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[0298] Further, the re-starting voltage required for the hot starting 2 seconds after the putting out of the discharge 
lamp was measured, with the results as shown in Table 32: 



Table 32 



Sample No. 


1 (Prior Art) 


2 


3 


4 


Re-Starting Voltage (kV) 


12 


5 


4 


4.3 



[0299] FIG. 23 is a graph showing the relationship between the rare gas sealing pressure (atmospheres) and the 
w rising time of the light flux, covering the case where the rare gas sealing pressure was changed in the metal halide 
discharge lamp according to the eighth embodiment of the present invention shown in FIG. 21. In the graph of FIG. 
23, the xenon sealing pressure (atmospheres) is plotted on the abscissa, with the rising time (seconds) of the light flux 
being plotted on the ordinate. 

[0300] As seen from FIG. 23, the rising time of the light flux was rapidly shortened where the sealing pressure of the 
15 xenon gas exceeded one atmosphere, supporting that the discharge lamp of the present invention can be put to practical 
use. 

[0301] FIG. 24 is a graph showing the relationship between the sealing amount (mg/cc) of Znl 2 used as a second 
halide of the present invention and the lamp voltage (V), covering the case where the sealing amount of Znl 2 was 
changed in the metal halide discharge lamp according to the eighth embodiment of the present invention shown in 
20 FIG. 21 . As seen from FIG. 24, a lamp voltage higher than 30V, which is required for lighting the discharge lamp using 
an electronic lighting circuit, can be obtained if the sealing amount of Znlj exceeds 1 mg/cc. 

Embodiment 22: 

25 [0302] FIG. 25 is a circuit diagram showing a lighting device of a metal halide discharge lamp according to a first 
embodiment of the present invention. The circuit is constructed to permit the metal halide discharge lamp to be lit by 
a DC current. As seen from the drawing, the light device according to the first embodiment of the present invention 
comprises a DC power source 71, a chopper 72, a control means 73, a lamp current detecting means 74, a lamp 
voltage detecting means 75, a starting means 76, and a metal halide discharge lamp 77. 

30 [0303] A battery or a rectified DC current source is used as the DC power source 71. In general, a battery is used 
as the DC power source 71 in the case where the metal halide discharge lamp 77 is used in a headlamp for a vehicle. 
However, it is also possible to use as the DC power source 71a rectified DC power source which rectifies an AC current 
to obtain a DC current. Further, it is possible to connect, as required, an electrolytic capacitor 71a in parallel with the 
DC power source 71 for flattening the DC current. 

35 [0304] The chopper 72 serves to convert the DC voltage into a desired voltage and, at the same time, serves to 
control as desired the metal halide discharge lamp 77. Where the DC power source 71 has a low voltage, a voltage- 
increasing chopper is used. By contraries, a voltage-decreasing chopper is used where the DC power source has a 
high voltage. 

[0305] The control means 73 serves to control the chopper 72. For example, the control means 73 permits a lamp 
40 current at least three times as much as the rated lamp current to flow from the chopper 72 through the metal halide 
discharge lamp 77 immediately after the lighting, followed by gradually decreasing the lamp current with time to reach 
the rated lamp current. 

[0306] The lamp current detecting means 74, which is inserted in series to the discharge lamp 77, serves to detect 
the lamp current so as to supply a controlled lamp current to the control means 73. On the other hand, the lamp voltage 
45 detecting means 75, which is inserted in parallel with the discharge lamp 77, serves to apply a controlled lamp voltage 
to the control means 73. 

[0307] The control means 73, to which the detection signals of the lamp current and the lamp voltage are fed back, 
produces a constant power control signal so as to control the chopper 72 at a constant power. It should be noted that 
a micro computer having a time-based control pattern incorporated therein in advance is housed in the control means 
50 73 so as to control the chopper 72 such that a lamp current at least three times as high as the rated lamp current is 
allowed to flow through the metal halide discharge lamp immediately after the lighting, followed by decreasing the lamp 
current with time. 

[0308] The starting means 76 is constructed to permit a pulse voltage of 20 kV to be supplied to the metal halide 
discharge lamp 77 at the starting time. 
55 [0309] According to the lighting device for the metal halide discharge lamp of this embodiment, a desired light flux 
is generated immediately after the lighting, though a DC current is used for the lighting. As a result, the lighting device 
of the present invention can be used satisfactorily in a headlamp for a vehicle such as an automobile, which requires 
rising of the light flux in an amount of 25% and 80% of the rated value in 1 second and 4 seconds, respectively, after 
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the turning-on of the power source. 

[0310] It should be noted that a DC to AC converter is not required in the lighting device of this embodiment, making 
it possible to achieve a cost reduction of about 30%, compared with the lighting device utilizing an AC power source. 
It is also possible to achieve the weight reduction by 15%, leading to a low manufacturing cost of the lighting circuit. 

5 

Embodiment 23: 

[0311] FIG. 26 is a circuit diagram showing a lighting device of a metal halide discharge lamp according to a second 
embodiment of the present invention. The reference numerals common with FIGS. 25 and 26 denote the same members 

10 of the circuit and, thus, reference thereto is omitted in the following description. It should be noted that the second 
embodiment shown in FIG. 26 differs from the first embodiment shown in FIG. 25 in that the metal halide discharge 
lamp included in the lighting circuit of the second embodiment is lit by an AC current. It should be noted that the lighting 
circuit of the second embodiment includes an AC converting means 78 consisting of a full bridge inverter. To be more 
specific, a pairof series circuits each consisting of a pair of switching means 78a, 78a are connected in parallel between 

15 the output terminals of the chopper 72 so as to form a bridge circuit. Also, an oscillation output of an oscillator 78b is 
alternately supplied to the two diagonally facing switching means included in the four switching means 78a so as to 
generate a high frequency AC current between the output terminals of the bridge circuit. The metal halide discharge 
lamp 77 is lit by the high frequency AC current thus generated. 

20 Embodiment 24: 

[0312] FIG. 27 schematically shows a headlamp for a vehicle as an illumination apparatus according to a third em- 
bodiment of the present invention. Also, FIG. 28 schematically shows the light distributor portion included in the head- 
lamp shown in FIG. 27. The headlamp shown in FIGS. 27 and 28 comprises a lighting circuit 81 , a light distributor 82, 

25 a main optical fiber 83, a light shutter 84, an individual optical fiber 85, and an illuminator 86. 

[031 3] The lighting circuit shown in FIG. 25 or 26 can be used as the lighting circuit 81 . The light distributor 82 includes 
a case 82a, a light-collecting reflector 82b, a metal halide discharge lamp 82c, and an optical connector 82d. The light 
emitted from the metal halide discharge lamp 82c is distributed from the portion of the optical connector 82d to the 
main optical fiber 83. The light distributed from the light distributor 82 is transmitted by the main optical fiber 83 into 

30 the light shutter 84. The light shutter 84 serves to selectively transmit the light to each lamp 86 via the individual optical 
fiber 85. Further, the illuminator 86 consists of a set of a high beam illuminator 86a, a low beam illuminator 86b and a 
fog illuminator 86c. Two illuminators 86 of the particular construction are mounted to both sides on the front portion of 
a vehicle such as an automobile. 

35 Embodiment 25: 

[0314] Prepared was a metal halide discharge lamp adapted for use in Embodiment 24 described above. The dis- 
charge lamp thus prepared was substantially equal in construction to the discharge lamp shown in FIG. 8, except that 
the discharge lamp in this embodiment was designed to have a rated lamp power of 80W. Also, the distance between 
^0 the two electrodes was set at 2 mm in order to improve the light collecting efficiency. Further, the discharge medium 
sealed in the hermetic vessel was as follows: 

First halide 0.3 mg of scandium iodide (Scl 3 ) and 1 .5 mg of sodium iodide (Nal); 
Second halide (for sample No. 2) 1 mg of Znl 2> 1 mg of All 3 , and 1 mg of Mnl 2 ; 
45 Second halide (for sample No. 3) 2 mg of Znl 2 , 1 mg of Gal 3 , and 1 mg of Crl 2 ; 

Rare gas 5 atmospheres of xenon gas. 

[0315] Also prepared was a conventional metal halide discharge lamp substantially equal to the discharge lamp of 
the present invention except that 15 mg of mercury was sealed in the hermetic vessel in place of the second halide 
50 sealed in the discharge lamp of the present invention. 

[0316] Each of the discharge lamps of the present invention and the conventional discharge lamp thus prepared was 
lit at a rated input power of 80W for evaluation of the lamp voltage (V), light emitting efficiency (Im/W), color rendering 
properties (general color rendering index) Ra and the color temperature (K), with the results as shown in Table 33: 

55 
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[0317] As apparent from Table 33, the discharge lamp of the present invention produces characteristics substantially 
equal to those of the conventional discharge lamp having mercury sealed therein, it should also be noted that, in the 
system of Embodiment 24, the necessity for changing the input power for the dimming purpose is increased. In this 
respect, it is highly useful that the dimming can be achieved. 

Embodiment 26: 

[0318] FIG. 29 is a cross sectional view showing a down light as an illumination apparatus according to a fourth 
embodiment of the present invention. As shown in the drawing, the down light comprises a metal halide discharge 
lamp 91 and a down light body 92 including a base body 92a, a socket 92b and a reflecting plate 92c. The base body 
92a is buried in a ceiling and, thus, provided with a ceiling abutting edge "e" at the lower end. The socket 92b is mounted 
to the base body 92a. Further, the reflecting plate 92c is supported by the base body 92a and is positioned to surround 
the metal halide discharge lamp 91 such that the center of the light emission from the discharge lamp 91 is positioned 
in substantially the central portion of the reflecting plate 92c. 
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Claims 

1. A metal halide discharge lamp which essentially permits disusing mercury, characterized by comprising: 

5 a refractory and light-transmitting hermetic vessel (1,41,51,61); 

a pair of electrodes (2, 52, 62, 41a, 41c, 2k, 2 a ) fixed to said hermetic vessel; and 
a discharge medium sealed in the hermetic vessel and containing a first halide, a second halide and a Xe gas, 
said first halide being a halide of at least one metal selected from the group consisting of sodium, scan- 
dium, and a rare earth metal, 

10 said second halide having a relatively high vapor pressure so as to act as a buffer gas to maintain a 

lamp voltage and being a halide of at least one metal which emits a visible light less than that emitted by the 
metal of the first halide, and 

said Xe gas being sealed in a pressure of at least one atmosphere; 

wherein a combination of said first halide, second halide, and Xe gas sealed in the hermetic vessel 
15 causes light emitted from the metal halide lamp to fall within a range of chromaticity of white color immediately 

after lighting. 

2. The metal halide discharge lamp according to claim 1 , characterized in that said discharge medium contains a 
halide of cesium. 

20 

3. The metal halide discharge lamp according to claims 1 or 2, characterized by further comprising: 

an outer tube (21, 49, 54) housing a light-emitting tube; and 

heat insulating means (5b, 53, 41 f) for suppressing loss of heat generated from the light-emitting tube. 

25 

4. The metal halide discharge lamp according to claim 1 which is lit by a DC current and in which the pair of electrodes 
is an anode (2 A ) and a cathode (2 K ). 

5. A metal halide discharge lamp according to claim 1 , for use in a headlamp having a rated power of at most 100W. 

30 

6. The metal halide discharge lamp according to any one of claims 1 to 5, characterized in that said second halide 
is a halide of at least one metal selected from the group consisting of magnesium, iron, cobalt, chromium, zinc, 
nickel, manganese, aluminum, antimony, beryllium, rhenium, gallium, titanium, zirconium, and hafnium. 

35 7. The metal halide discharge lamp according to any one of claims 1 to 6, characterized in that said second halide 
is a halide of at least one metal selected from the group consisting of iron, zinc, manganese, aluminum, and gallium. 

8. The metal halide discharge lamp according to any one of claims 1 to 7, characterized in that said second halide 
is sealed in an amount of 0.05 to 200 mg/cc of the inner volume of said hermetic vessel. 

40 

9. The metal halide discharge lamp according to any one of claims 1 to 5, characterized in that said second halide 
is sealed in an amount of 1 to 200 mg/cc of the inner volume of said hermetic vessel. 

10. The metal halide discharge lamp according to claim 5, characterized in that said vessel has an inner diameter 
45 of 3 to 10 mm and an outer diameter of 5 to 13 mm in the largest diameter portion. 

11. The metal halide discharge lamp according to claim 5, or 10, characterized in that the distance between said 
pair of electrodes is 1 to 6 mm. 

50 12. The metal halide discharge lamp according to claim 5, 10 or 11, characterized in that said lamp is lit by a DC 
current. 

13. The metal halide discharge lamp according to any one of claims 5, and 10 to 12, characterized in that said 
discharge medium contains a halide of cesium. 

55 

14. The metal halide discharge lamp according to any one of the claims 5, and 10 to 13, characterized by further 
comprising an outer tube (21, 54) having said hermetic vessel housed therein and having the inner space held 
vacuum. 
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15. The metal halide discharge lamp according to any one of claims 5, and 10 to 14, characterized by further com- 
prising ultraviolet light removing means (7) for removing an ultraviolet light from the light led to the outside. 

16. A lighting device with a metal halide discharge lamp, characterized by comprising: 

a metal halide discharge lamp (5, 5\ 77, 91) defined in any one of claims 5, and 10 to 15; and 
an electronic lighting circuit (9) configured to supply current to said metal halide discharge lamp. 

17. An illumination apparatus, characterized by comprising: 

an illumination apparatus body (6, 92); and 

a metal halide discharge lamp (5, 91 ) defined in any one of claims 1 to 15, said lamp being supported by said 
illumination apparatus body. 



Patentanspruche 

1. Metallhaiogenid-Entladungslampe, die im Wesentlichen ohne Quecksilber auskommen kann, gekennzeichnet 
durch folgende Merkmale: 

ein feuerfestes und lichtdurchlassendes hermetisches Behaltnis (1, 41, 51, 61); 

ein Paar von Elektroden (2, 52, 62, 41a, 41c, 2*. 2 A ) die an dem hermetischen Behaltnis fixiert sind; 

und ein in dem hermetischen Behaltnis dicht eingeschlossenes Entladungsmedium, welches ein erstes Ha- 
logenid, ein zweites Halogenid und Xenongas enthalt, 

wobei das erste Halogenid ein Halogenid mindestens eines Metalls aus der Gruppe Natrium, Scandium 
und seltenes Erdmetall ist, 

wobei das zweite Halogenid einen relativ hohen Dampfdruck aufweist und als Puffergas zur Aufrecht- 
erhaltung einer Lampenspannung dient und ein Halogenid mindestes eines Metalls ist, welches weniger sicht- 
bares Licht als das Metall des ersten Halogenids emittiert und 

wobei das Xenongas unter einem Druck von mindestens einer Atmosphere dicht eingeschlossen ist, 

wodurch eine in dem hermetischen Behaltnis dicht eingeschlossene Kombination des besagten ersten 
Halogenids, des zweiten Halogenids und des Xenongases das von der Metallhalogenid-Entladungslampe 
emittierte Licht unmittelbar nach dem Start in einen Chromatizitatsbereich weilier Farbe fallen lasst. 

2. Metallhalogenid-Entladungslampe nach Anspruch 1 , dadurch gekennzeichnet, dass das Entladungsmedium ein 
Casiumhalogenid enthalt. 

3. Metallhalogenid-Entladungslampe nach den Anspruchen 1 Oder 2, dadurch gekennzeichnet, dass sie ferner 
umfasst: 

eine die lichtemittierende Rohre umschliefiende Suftere Rohre (21, 49, 54); und 

Warmeisolationsmittel (5b, 53, 41 f) zur Unterdruckung von Verlusten der in der lichtemittierenden Rohre er- 
zeugten Warme. 

4. Metallhalogenid-Entladungslampe nach Anspruch 1, die durch einen Gleichstrom betrieben wird, dadurch ge- 
kennzeichnet, dass das Paar von Elektroden eine Anode (2 A ) und eine Kathode (2 K ) ist. 

5. Metalihalogenid-Entladungslampe nach Anspruch 1 zur Verwendung in einem Frontscheinwerfer mit einer mittle- 
ren Leistung von hochstens 100 Watt. 

6. Metallhalogenid-Entladungslampe nach einem der Anspruche 1 bis 5, dadurch gekennzeichnet, dass das zweite 
Halogenid ein Halogenid mindestens eines Metalls aus der Gruppe Magnesium, Eisen, Kobalt, Chrom, Zink, Nickel, 
Mangan, Aluminium, Antimon, Beryllium, Rhenium, Gallium, Titan, Zircon und Hafnium ist. 

7. Metallhalogenid-Entladungslampe nach einem der Anspruche 1 bis 6, dadurch gekennzeichnet, dass das zweite 
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Halogenid ein Halogenid mindestens eines Metalls aus der Gruppe Eisen, Zink, Mangan, Aluminium und Gallium 



8. Metallhalogenid-Entladungslampe nach einem der Anspruche 1 bis 7, dadurch gekennzeichnet, dass das zweite 
5 Halogenid in einer Menge von 0,05 bis 200 mg/cc des Innenvolumens des hermetischen BehSltnisses dicht ein- 

geschlossen ist. 

9. Metall halogenid-Entladungslampe nach einem der Anspruche 1 bis 5, dadurch gekennzeichnet, dass das zweite 
Halogenid in einer Menge von 1 bis 200 mg/cc des Innenvolumens des hermetischen BehSltnisses dicht einge- 

10 schlossen ist. 

10. Metallhalogenid-Entladungslampe nach Anspruch 5, dadurch gekennzeichnet, dass das BehSltnis an der Stelle 
des grdfiten Durchmessers einen Innendurchmesser von 3 bis 10 mm und einen Auftendurchmesser von 5 bis 
13 mm aufweist. 

15 

11. Metallhalogenid-Entladungslampe nach Anspruch 5 Oder 10, dadurch gekennzeichnet, dass der Abstand zwi- 
schen den Elektroden des Paars 1 bis 6 mm betragt 

12. Metallhalogenid-Entladungslampe nach Anspruch 5, 10 Oder 11, dadurch gekennzeichnet, dass die Lampe 
20 durch einen Gleichstrom betrieben wird. 

13. Metalihalogenid-Entladungslampe nach einem der Anspruche 5 und 10 bis 12, dadurch gekennzeichnet, dass 
das Entladungsmedium ein Casiumhalogenid enthalt. 

25 14. Metallhalogenid-Entladungslampe nach einem der Anspruche 5 und 10 bis 13, dadurch gekennzeichnet, dass 
sie aufcerdem eine aufcere Rohre (21 , 51) umfasst, die das hermetische Behaltnis umhaust und deren Innenraum 
unter Vakuum gehalten ist. 

15. Metallhalogenid-Entladungslampe nach einem der Anspruche 5 und 10 bis 14, dadurch gekennzeichnet, dass 
30 sie Mittel (7) zur Entfernung ultravioletten Lichtes umfasst, mittels derer das ultraviolette Licht aus dem auf die 

Aufienseite gelangenden Licht entfernt wird. 

16. Beleuchtungseinrichtung mit einer Metallhalogenid-Entladungslampe, gekennzeichnet durch: 

35 eine Metallhalogenid-Entladungslampe (5, 5', 77, 91) nach einem der Anspruche 5 und 10 bis 15 und 

eine elektronische Betriebsschaltung (71, 72, 73, 74, 75, 76, 78), mittels derer der Metallhalogenid-Entla- 
dungslampe Strom zufuhrbar ist. 

40 17. Beleuchtungseinrichtung, gekennzeichnet durch 

ein Beleuchtungseinrichtungsgehause (6, 92); und 

eine Metallhalogenid-Entladungslampe (5, 91) nach einem der Anspruche 1 bis 15, die in dem Beleuchtungsein- 
richtungsgehause gehalten ist. 



Revendications 

1. Lampe £ d6charge d halog§nures metalliques qui permet essentiellement de ne pas utiliser de mercure, carac- 
teris6e par : 

50 

un recipient hermetique (1 , 41 , 51 , 61 ) et rGfractaire transmettant la lumtere ; 

une paire d'6lectrodes (2, 52, 62, 41a, 41c, \, 2 A ) fix6e audit recipient hermetique ; et 

un moyen de dScharge enferm6 dans le recipient hermetique et contenant un premier halogenure, un second 

halog6nure et un gaz x6non, 

55 le premier ha!og6nure etant un halog6nure d*au moins un m6tal choisi parmi le groupe compost de 

sodium, scandium et de lanthanide, 

ledit second halogenure poss6dant une tension de vapeur relativement 6lev6e afin d'agir en tant que 
gaz protecteur pour maintenir une tension de lampe et 6tant un halogenure d'au moins un m6tal 6mettant un 
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rayonnement visible d'un niveau moindre que celui 6mis par le metal du premier halogenure, et 
ledit gaz xenon etant enferme sous pression d'au moins une atmosphere ; 

dans lequel une combinaison dudit premier halogenure, et dudit second halogenure, et du gaz xenon 
enferme dans le recipient hermetique a pour effet de faire tomber la lumtere 6mise £ partir de la lampe £ 
5 halogenures metalliques dans une gamme de chromaticite de couleur blanche directement apr£s eclairage. 



2. Lampe £ decharge £ halogenures metalliques selon la revendication 1 , caracterisee en ce que ledit moyen de 
decharge contient un halogenure de cesium. 

10 3. Lampe £ d£charge £ halogenures metalliques selon la revendication 1 ou 2, comprenant en outre : 

un tube externe (21 , 49, 54) logeant un tube emettant de la lumi&re ; et 

un moyen d'isolation thermique (5b, 53, 41f) destine £ supprimer la perte de chaleur gen6r6e par le tube 
emettant de la lumiere. 

15 

4. Lampe £ decharge £ halogenures metalliques selon la revendication 1, allum6e par un courant continu et dans 
laquelle la paire d'6lectrodes est une anode (2 A ) et une cathode (2 K ). 

5. Lampe £ decharge £ halogenures metalliques selon la revendication 1 , pour utilisation dans un projecteur mono- 
20 bloc possedant une puissance nominale d'au maximum 100 W. 

6. Lampe £ decharge £ halogenures metalliques selon Tune quelconque des revendications 1 £ 5, caracterisee en 
ce que le second halogenure est un halogenure d'au moins un metal choisi parmi le groupe comprenant du ma- 
gnesium, du fer, du cobalt, du chrome, du zinc, du nickel, du manganese, de Taluminium, de I'antimoine, du be- 

25 ryllium, du rhenium, du gallium, du titane, du zirconium, et de I'hafnium. 

7. Lampe a decharge £ halogenures metalliques selon I'une quelconque des revendications 1 £ 6, caracterisee en 
ce que ledit second halogenure est un halogenure d'au moins un metal choisi parmi le groupe comprenant du fer, 
du zinc, du manganese, de I'aluminium, et du gallium. 

30 

8. Lampe £ decharge £ halogenures metalliques selon I'une quelconque des revendications 1 a 7, caracterisee en 
ce que ledit second halogenure est enferme dans une quantity de 0,05 a 200 mg/cm 3 du volume interne dudit 
recipient hermetique. 

35 9. Lampe £ decharge a halogenures metalliques selon I'une quelconque des revendications 13 5, caracterisee en 
ce que ledit second halogenure est enferme dans une quantity de 1 a 200 mg/cm 3 du volume interne dudit recipient 
hermetique. 

10. Lampe £ decharge a halogenures metalliques selon la revendication 5, caracterisee en ce que ledit recipient 
40 possSde un diametre interne de 3 £ 10 mm et un diam6tre externe de 5 £ 13 mm dans la partie du diam£tre le 

plus grand. 

11. Lampe £ decharge £ halogenures metalliques selon la revendication 5 ou 10, caracterisee en ce que la distance 
entre ladite paire d'eiectrodes est de 1 £ 6 mm. 

45 

12. Lampe £ decharge £ halogenures metalliques selon la revendication 5, 10 ou 11, caracterisee en ce que ladite 
lampe est allumee par un courant continu. 

13. Lampe £ decharge £ halogenures metalliques selon I'une quelconque des revendications 5, et 10 £ 12, caracte- 
50 risee en ce que ledit moyen de decharge contient un halogenure de cesium. 

14. Lampe £ decharge £ halogenures metalliques selon I'une quelconque des revendications 5, et 10 £ 13, caracte- 
risee en ce qu'elle comprend en outre un tube externe (21 , 54) logeant ledit recipient hermetique et dont I'espace 
interne est maintenu sous vide. 

55 

15. Lampe £ decharge £ halogenures metalliques selon I'une quelconque des revendications 5, et 10 £ 14, caracte- 
risee en ce qu'elle comprend en outre un moyen de retrait du rayonnement ultraviolet (7) pour le retrait d'un 
rayonnement ultraviolet de la lumi£re emise vers I'exterieur. 
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16. dispositif d'Sclairage comprenant une lampe £ dScharge & halogenures metalliques, caract6ris§ par : 

une lampe d dScharge a halogenures m6talliques (5, 5', 77, 91) dSfinie selon Tune quelconque des revendi- 
cations 5, et 10 d 15 ; et 

un circuit d'eclairage electrique (9) configure pour alimenter en courant ladite lampe d dgcharge d halog^nures 
metalliques. 

17. Appareil d'eclairage, caract6ris6 en ce qu'il comprend : 

un corps d'appareil d'6clairage (6, 92) ; et 

une lampe a d6charge d halog6nures m6talliques (5, 91) d6finie selon Tune quelconque des revendications 
1 £ 15, ladite lampe 6tant supportee par ledit corps d'appareil d'eclairage. 
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